SEMICONDUCTOR DEVICE 
AND 

METHOD OF MANUFACTURING THE SAME 



BACKGROUND OF THE INVENTION 
5 1. Field of the Invention 

The present invention relates to a semiconductor device 
which includes, as a circuit, a thin film transistor 
(hereinafter referred to as TFT) using a semiconductor thin 
film, and a technique regarding a method of manufacturing the 
10 same. Incidentally, in the present specification, the 
semiconductor device means any device which is made to function 
by using a semiconductor. 

Thus, the term "semiconductor device" recited throughout 
this specification includes not only a single semiconductor 
15 component such as a TFT, but also an electro-optical device with 
TFTs, a semiconductor circuit, and an electronic equipment 
having those. 

2. Description of the Related Art 

In recent years, a TFT used for an electro-optical 

2 0 device such as an active matrix type liquid crystal display 
device has been actively developed. The active matrix type 
liquid crystal display device is a monolithic display device in 
which a pixel matrix circuit and a driver circuit are provided 
on the same substrate. 

25 Moreover, recently, an experiment of forming a 

semiconductor circuit having a function comparable to a 
conventional IC by using TFTs provided on a substrate has also 
been made. For example, the development of a system-on-panel 
having a built-in logic circuit such as a y-correction circuit, 

30 a memory circuit, and a clock generating circuit has been under 
review. 

Since such a driver circuit or a logic circuit is 
required to perform a high speed operation, it is unsuitable to 
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use an amorphous semiconductor film (typically, an amorphous 
silicon film) as an active layer. Thus, under the present 
circumstances, a crystalline semiconductor film (typically, a 
polysilicon film) has been examined. 
5 However, when circuit performance comparable to a 

conventional IC comes to be required for a circuit assembled 
with TFTs , such circumstances have occurred that it is difficult 
to manufacture a TFT having satisfactory performance to meet the 
circuit specification by using a crystalline semiconductor film 
10 formed through a conventional technique. 

SUMMARY OF THE INVENTION 
An object of the present invention is therefore to 
realize a high performance semiconductor device by manufacturing 
TFTs each having electrical characteristics superior to a TFT 
15 using a conventional polysilicon film and by assembling a 
circuit with the TFTs . 

According to one aspect of the present invention 
disclosed in this specification, a method of manufacturing a 
semiconductor device is characterized by comprising: 
20 a first step of forming a crystal-containing 

semiconductor film; 

a second step of oxidizing the crystal-containing 
semiconductor film to decrease its thickness; 

a third step of carrying out a laser annealing treatment 
25 with an energy density of 250 to 5000 mJ/cm 2 to the crystal- 
containing semiconductor film after the second step; and 

a fourth step of carrying out a furnace annealing 
treatment to the crystal-containing semiconductor film after the 
third step. 

30 According to another aspect of the present invention, a 

method of manufacturing a semiconductor device is characterized 
by comprising: 

a first step of forming a crystal-containing 
semiconductor film; 
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a second step of oxidizing the crystal-containing 
semiconductor film to decrease its thickness; 

a third step of carrying out a laser annealing treatment 
with an energy density of 250 to 5000 mJ/cm2 to the crystal- 
5 containing semiconductor film after the second step; and 

a fourth step of carrying out a furnace annealing 
treatment at 90 0 to 120 0 °C in a reduced atmosphere to the 
crystal-containing semiconductor film after the third step. 

In the first step, the crystal-containing semiconductor 
10 film includes any semiconductor films containing crystalline 
components, and specifically indicates a single crystal 
semiconductor film, a polycrystal semiconductor film, a 
microcrystal semiconductor film, a semiconductor film of an 
amorphous semiconductor film only a part of which is 
15 crystallized, and a semiconductor film substantially regarded as 
a single crystal film. 

Incidentally, the semiconductor film substantially 
regarded as the single crystal film indicates such a 
semiconductor film that although it is a semiconductor film 
20 formed of an aggregation of a plurality of crystal grains, it 
has such crystallinity that plane orientations of the respective 
crystal grains are uniform, that is, specific orientation is 
shown on the whole film surface. 

Besides, the noncrystal-containing semiconductor film 
25 includes any semiconductor films containing amorphous 
components, and indicates a microcrystal semiconductor film, an 
amorphous semiconductor film, and a semiconductor film of an 
amorphous semiconductor film only a part of which is 
crystallized. 

30 Besides, in the present specification, although a 

silicon film is cited as a typical example of the semiconductor 
film, it is needless to say that a semiconductor film such as a 
germanium film or a silicon germanium film (expressed by Sii_ x Ge x 
(0 < X < 1)) can also be used in the present invention. 
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Besides, in the third step of carrying out the laser 
annealing treatment, it is appropriate that excimer laser light 
using an excitation gas such as KrF (wavelength 248 nm) , XeCl 
(wavelength 308 nm), or ArF (wavelength 193 nm) is used. The 
5 beam shape of the laser light may be a linear shape or a planar 
shape . 

Besides , light energy which can be used in the present 
invention is not limited to the excimer laser light, but 
ultraviolet light or infrared light may be used. In that case, 
10 intense light with light intensity comparable to laser light has 
only to be radiated from an ultraviolet lamp or an infrared 
lamp. 

In the fourth step, although a treatment atmosphere in 
the furnace annealing treatment is not particularly limited, it 

15 is preferable to use a reduced atmosphere. The reduced 
atmosphere indicates a hydrogen atmosphere, an ammonia 
atmosphere, or an inert gas atmosphere containing hydrogen or 
ammonia (mixed atmosphere of hydrogen and nitrogen, mixed 
atmosphere of hydrogen and argon, and the like). Besides, it is 

20 preferable that a treatment temperature is made 900 to 1200°C 
(preferably 1000 to 1100°C). 

This step first has an effect to flatten the surface of 
the crystal-containing semiconductor film. This is a result of 
enhanced surface diffusion of semiconductor atoms functioning to 

25 make the surface energy minimum. Besides, at the same time, this 
step has also an effect to greatly decrease defects existing in 
crystal grains and crystal grain boundaries. This effect is 
obtained through a terminating effect to uncombined bonds by 
hydrogen, a removing effect to impurities by hydrogen, and 

3 0 recombination of semiconductor atoms with the effect. For the 
purpose of obtaining these effects, the heat treatment at 900 to 
120 0°C in the reduced atmosphere is necessary. 

Incidentally, flattening of the surface of the crystal- 
containing semiconductor film can be made in even an inert gas 

35 atmosphere (nitrogen atmosphere, helium atmosphere, or argon 
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atmosphere). However, if reduction of a natural oxidation film 
is carried out by using a reducing function, a number of silicon 
atoms with high energy are produced and the flattening effect is 
consequently raised, so that the reduced atmosphere is 
5 preferable. 

According to another aspect of the present invention, a 
method of manufacturing a semiconductor device is characterized 
by comprising: 

a first step of forming a crystal-containing 
10 semiconductor film; 

a second step of carrying out a laser annealing 
treatment with an energy density of 250 to 5000 mJ/cm2 to the 
crystal-containing semiconductor film; 

a third step of carrying out a furnace annealing 
15 treatment to the crystal -containing semiconductor film after the 
second step; and 

a fourth step of oxidizing the crystal-containing 
semiconductor film after the third step to decrease its 
thickness . 

2 0 In the third step, although a treatment atmosphere in 

the furnace annealing treatment is not particularly limited, it 
is preferable to use a reduced atmosphere. The reduced 
atmosphere indicates a hydrogen atmosphere, an ammonia 
atmosphere, or an inert gas atmosphere containing hydrogen or 

25 ammonia (mixed atmosphere of hydrogen and nitrogen, mixed 
atmosphere of hydrogen and argon, and the like). Besides, it is 
preferable that a treatment temperature is made 900 to 1200°C 
(preferably 1000 to 1100°C) . 

This third step has an effect to further flatten the 

30 surface of the crystal-containing semiconductor film. This is a 
result of enhanced surface diffusion of semiconductor atoms 
functioning to make the surface energy minimum. Besides, at the 
same time, this step has also an effect to greatly decrease 
defects existing in crystal grains and crystal grain boundaries. 
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This effect is obtained through a terminating effect to 
uncombined bonds by hydrogen, a removing effect to impurities by 
hydrogen, and recombination of semiconductor atoms with the 
effect. For the purpose of obtaining these effects, the heat 
5 treatment at 900 to 1200°C in the reduced atmosphere is 
necessary . 

In the fourth step, the step of oxidizing the film to 
decrease its thickness may be carried out through a plurality of 
thermal oxidation steps. As means for oxidizing the film to 

10 decrease its thickness, it is possible to use thermal oxidation, 
plasma oxidation, or the like. Particularly, in the present 
invention, oxidation through the thermal oxidation is 
preferable. Incidentally, in the case of the plasma oxidation, 
if He is added in an oxygen atmosphere, an oxygen radical is 

15 easily produced. Thus, the addition of He is preferable. 
Besides, in the fourth step, it is possible to obtain an effect 
to flatten the roughness of the surface of the semiconductor 
film. 

According to another aspect of the present invention, a 
20 method of manufacturing a semiconductor device is characterized 
by comprising: 

a first step of forming a crystal-containing 
semiconductor film; 

a second step of carrying out a laser annealing 
25 treatment with an energy density of 250 to 5000 mJ/cm2 to the 
crystal-containing semiconductor film; 

a third step of carrying out a furnace annealing 
treatment at 90 0 to 1200 °G in a reduced atmosphere to the 
crystal-containing semiconductor film after the second step; and 
30 a fourth step of oxidizing the crystal-containing 

semiconductor film after the third step to decrease its 
thickness . 

Further, according to another aspect of the present 
invention, a method of manufacturing a semiconductor device is 
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characterized by comprising: 

a first step of forming a crystal-containing 
semiconductor film; 

a second step of carrying out a laser annealing 
5 treatment with an energy density of 250 to 5000 mJ/cm2 to the 
crystal-containing semiconductor film; 

a third step of oxidizing the crystal-containing 
semiconductor film after the second step to decrease its 
thickness; and 

10 a fourth step of carrying out a furnace annealing 

treatment to the crystal-containing semiconductor film after the 
third step. 

Furthermore, according to another aspect of the present 
invention, a method of manufacturing a semiconductor device is 
15 characterized by comprising: 

a first step of forming a crystal-containing 

semiconductor film; 

a second step of carrying out a laser annealing 
treatment with an energy density of 250 to 5000 mJ/cm2 to the 
20 crystal-containing semiconductor film; 

a third step of oxidizing the crystal-containing 
semiconductor film after the second step to decrease its 
thickness; and 

a fourth step of carrying out a furnace annealing 
25 treatment at 900 to 1200°C in a reduced atmosphere to the 
crystal-containing semiconductor film after the third step. 

In the third step, the step of oxidizing the film to 
decrease its thickness may be carried out through a plurality of 
thermal oxidation steps. As means for oxidizing the film to 
30 decrease its thickness, it is possible to use thermal oxidation, 
plasma oxidation, or the like. Particularly, in the present 
invention, oxidation through the thermal oxidation is 
preferable. In the case of the plasma oxidation, if He is added 
in an oxygen atmosphere, an oxygen radical is easily produced. 
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Thus, the addition of He is preferable. Besides, in the third 
step, it is possible to obtain an effect to flatten the 
roughness of the surface of the semiconductor film. 

In the fourth step, although a treatment atmosphere in 
5 the furnace annealing treatment is not particularly limited, it 
is preferable to use a reduced atmosphere. The reduced 
atmosphere indicates a hydrogen atmosphere, an ammonia 
atmosphere, or an inert gas atmosphere containing hydrogen or 
ammonia (mixed atmosphere of hydrogen and nitrogen, mixed 

10 atmosphere of hydrogen and argon, and the like). Besides, it is 
preferable that the treatment temperature is made 900 to 1200°C 
(preferably 1000 to 1100°C). 

This fourth step has an effect to further flatten the 
surface of the crystal-containing semiconductor film. This is a 

15 result of enhanced surface diffusion of semiconductor atoms 
functioning to make the surface energy minimum. Besides, at the 
same time, this step has also an effect to greatly decrease 
defects existing in crystal grains and crystal grain boundaries. 
This effect is obtained through a terminating effect to 

20 uncombined bonds by hydrogen, a removing effect to impurities by 
hydrogen, and recombination of semiconductor atoms with the 
effect. For the purpose of obtaining these effects, the heat 
treatment at 90 0 to 12 0 0°C in the reduced atmosphere is 
necessary . 

25 Incidentally, flattening of the surface of the crystal- 

containing semiconductor film can be made in even an inert gas 
atmosphere (nitrogen atmosphere, helium atmosphere, or argon 
atmosphere). However, if reduction of a natural oxidation film 
is carried out by using a reducing function, a number of silicon 

30 atoms with high energy are produced and the flattening effect is 
consequently raised, so that the reduced atmosphere is 
preferable . 

Besides, in the first step of the above-described 
respective aspects, the crystal-containing semiconductor film 
35 includes any semiconductor films containing crystalline 
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components, and specifically indicates a single crystal 
semiconductor film, a polycrystal semiconductor film, a 
microcrystal semiconductor film, a semiconductor film of an 
amorphous semiconductor film only a part of which is 
5 crystallized, and a semiconductor film substantially regarded as 
a single crystal film. 

Incidentally, the semiconductor film substantially 
regarded as the single crystal film indicates such a 
semiconductor film that although it is a semiconductor film 

10 formed of an aggregation of a plurality of crystal grains, it 
has such crystallinity that plane orientations of the respective 
crystal grains are uniform, that is, specific orientation is 
shown on the whole film surface. 

Besides, the noncrystal-containing semiconductor film 

15 includes any semiconductor films containing amorphous 
components, and indicates a microcrystal semiconductor film, an 
amorphous semiconductor film, and a semiconductor film of an 
amorphous semiconductor film only a part of which is 
crystallized. 

20 Besides, in the present specification, although a 

silicon film is cited as a typical example of the semiconductor 
film, it is needless to say that a semiconductor film such as a 
germanium film or a silicon germanium film (expressed by Sii_ x Ge x 
(0 < X < 1)) can also be used in the present invention. 

25 Besides, in the second step of the above-described 

respective aspects, it is appropriate that excimer laser light 
using an excitation gas such as KrF (wavelength 248 nm) , XeCl 
(wavelength 308 nm) , or ArF (wavelength 193 nm) is used in the 
step of carrying out the laser annealing treatment. The beam 

3 0 shape of the laser light may be a linear shape or a planar 
shape. 

Besides, light energy which can be used in the present 
invention is not limited to the excimer laser light, but 
ultraviolet light or infrared light may be used. In that case, 
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intense light with light intensity comparable to laser light has 
only to be radiated from an ultraviolet lamp or an infrared 
lamp. 

BRIEF DESCRIPTION OF THE DRAWINGS 
5 In the accompanying drawings : 

Figs. 1A to IE are views showing manufacturing steps of 
a thin film transistor; 

Figs . 2A to 2D are views showing manufacturing steps of 
a thin film transistor; 
Xo Figs. 3A to 3D are views showing manufacturing steps of 

a thin film transistor; 

Figs . 4A to 4G are views showing manufacturing steps of 
a thin film transistor; 

Figs . 5A to 5E are views showing manufacturing steps of 
15 a thin film transistor; 

Figs . 6A to 6E are views showing manufacturing steps of 
a thin film transistor; 

Figs. 7A to 7D are views showing manufacturing steps of 
a thin film transistor; 
20 Figs. 8A to 8D are views showing manufacturing steps of 

a thin film transistor; 

Figs. 9A to 9G are views showing manufacturing steps of 
a thin film transistor; 

Figs. 10A and 10B are views showing results of 
25 differential scanning calorimetry; 

Figs. 11A to 11C are views showing the structure of an 
electro-optical device; 

Figs. 12A to 12C are views showing the structure of a 
semiconductor circuit; 
30 Figs. 13A to 13F are views showing structures of 

electronic equipments ; 

Figs. 14A to 14D are views showing structures of 
electronic equipments ; 
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Figs. 15A to 15C are views showing manufacturing steps 
of a thin film transistor; and 

Figs. 16A to 16D are views showing manufacturing steps 
of a thin film transistor. 
5 DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Preferred embodiments of the present invention will be 
described below in detail. 

[Embodiment 1] 

In this embodiment, steps of manufacturing a TFT over a 

10 substrate by carrying out the present invention will be 
described. Figs. 1A to IE will be used for the description. 

First, a quartz substrate 101 was prepared. A material 
having high heat resistance must be selected as the substrate. 
Instead of the quartz substrate, a substrate of a material 

15 having high heat resistance, such as a silicon substrate, a 
ceramic substrate, a crystallized glass substrate, or a metal 
substrate may be used. 

However, although an underlying film may not be provided 
in the case where the quartz substrate is used, it is preferable 

20 to provide an insulating film as the underlying film in the case 
where other materials are used. As the insulating film, it is 
appropriate that either one of a silicon oxide film (SiOx), a 
silicon nitride film (SixNy), a silicon oxynitride film 
(SiOxNy), and an aluminum nitride film (AlxNy), or a laminated 

25 film of those is used. 

Besides, it is effective to use an under film of a 
laminate of a refractory metal layer and a silicon oxide film 
since a heat radiation effect is greatly increased. Even the 
laminate structure of the foregoing aluminum nitride film and 

30 the silicon oxide film exhibits a satisfactory heat radiation 
effect. 

After the quartz substrate 101 was prepared in this way, 
a semiconductor film (in this embodiment, amorphous silicon 
film) 102 with a thickness of 90 nm was formed, and a nickel- 
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containing layer 10 3 was formed thereon. A method of forming the 
nickel-containing layer 103 may be referred to a technique 
disclosed in Japanese Patent Application Laid-open No. 7-130652, 
which in turn corresponds to a U.S. Patent No. 5, 643, 826. An 
5 entire disclosure of the Japanese Patent Application No. 7- 
130652 and the U.S. Patent No. 5,643, 826 is incorporated herein by 
reference. (Fig. 1A) 

Incidentally, in this embodiment, although an example of 
adding nickel by using the technique disclosed in Japanese 

10 Patent Application Laid-open No. 7-130 652 will be described, it 
is also permissible to use a method of forming a nickel film and 
thermally diffusing nickel or a method of ion implantation (ion 
implantation method (with mass separation), plasma doping method 
(without mass separation), laser doping method, or the like). 

15 In this embodiment, disilane (Si2H6) was used as a film 

forming gas of the amorphous silicon film 102, and the film was 
formed by a low pressure CVD method at 450 °C. At this time, it 
is important to thoroughly control the concentration of 
impurities, such as C (carbon), N (nitrogen), and O (oxygen) 

20 mixed in the film. This is because if the amount of these 
impurities is high, the progress of crystallization is 
prevented . 

The present applicant controlled the impurity 
concentration so that the concentration of carbon and nitrogen 

25 became 5 x 1018 a toms/cm3 or less (preferably 5 x 1017 atoms/cm^ 
or less), the concentration of oxygen became 1 x 1019 atoms/cm3 
or less (preferably 5 x 1018 atoms/cm^ or less). Further, control 
was made so that the concentration of metal elements became 1 x 
1017 atoms/cm^ or less. When such control of concentration has 

3 0 been made at a film formation stage, if only external pollution 
is prevented, impurity concentration is not increased during the 
steps of manufacturing the TFT. 

Concerning the nickel-containing layer 103, a nickel 
acetate salt solution containing nickel of 10 ppm in terms of 

35 weight was applied to the whole surface (all region) of the 
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amorphous silicon film 102 by a spin coating method, and 
dehydrogenating at about 450 °C for 1 hour was carried out. 

Thereafter, a heat treatment at a temperature of 50 0 to 
700°C (typically 550 to 650°C) for 4 to 24 hours was carried out 
5 in an inert gas atmosphere, a hydrogen atmosphere, or an oxygen 
atmosphere, so that a polysilicon film 104 was obtained. Nickel 
with a concentration of 1 x 1018 to 1 x 1019 atoms/cm3 remains in 
this polysilicon film 104. (Fig. IB) 

Strictly speaking, nickel was not added in the amorphous 
10 silicon film at the point of time when the spin coating was 
carried out. However, in the subsequent dehydrogenating step, 
since nickel is easily diffused in the amorphous silicon film, 
it is permissible to regard the step as substantially an adding 
step . 

15 Besides, if film quality comparable to the amorphous 

silicon film formed by the low pressure CVD method can be 
obtained, a plasma CVD method may be used. Besides, it is not 
necessary to form a completely amorphous semiconductor, but a 
microcrystal silicon film or the like may be formed. 

20 Besides, instead of the amorphous silicon film, a 

semiconductor film such as a film of silicon germanium 
(expressed by si x Gei- X (° < X < 1)) in which germanium is 
contained in a silicon film may be used. In that case, it is 
desirable that germanium contained in silicon germanium is made 

25 5 atomic % or less. 

Other than nickel, one kind or plural kinds of elements 
selected from lattice interstitial elements such as cobalt (Co), 
iron (Fe), palladium (Pd), platinum (Pt) , copper (Cu), and gold 
(Au), or lattice substitutional (or melted type) elements such 

30 as germanium (Ge), lead (Fb), and tin (Sn) may be used. 

Here, Figs. 10A and 10B show the results obtained by 
examining temperature at which an amorphous silicon film is 
transformed into a polysilicon film, by means of a differential 
scanning calorimetry (also called DSC). 
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As the result of analysis of phase change from the 
amorphous silicon film (film thickness: 500 run) to the 
polysilicon film carried out by the present applicant using the 
differential scanning calorimetry, as shown by an arrow in Fig. 
5 10A, it was ascertained that the phase change occurred at 
686. 7°C. However, the result shown in Fig. 10A shows data in the 
case where crystallization was made without using an element for 
promoting crystallization of an amorphous silicon film. 

On the other hand, Fig. 10B shows the state of phase 

10 change in the case where nickel as the element for promoting 
crystallization of the amorphous silicon film is used as in this 
embodiment. At this time , the addition amount of nickel is 1 to 
2 x 1019 atoms /cm^. In that case, it was ascertained that the 
temperature at which the phase change (crystallization) occurred 

15 was lowered and became 605. 0°C. 

Similar experiments were carried out also for the cases 
of using elements other than nickel to make confirmation, and it 
was ascertained that the phase change occurred at about 600 °C 
(550 to 650 °C) and crystallization was made in all the cases. 

2 0 The reason why the crystallization step is carried out in the 
foregoing temperature range by the present applicant is 
supported by such data. 

After the state of Fig. IB was obtained in this way, a 
furnace annealing treatment (heat treatment using an 

25 electrothermal furnace) at 1000°C for 30 minutes was carried out 
in an oxidizing atmosphere. At this time, the thickness of the 
polysilicon film 104 was decreased (thinning treatment) by the 
thermal oxidation treatment, so that a polysilicon film 105 
thinner than the polysilicon film 104 was formed. (Fig. 1C) 

30 Incidentally, although not shown in Fig. 1C, a thermal 

oxidation film is formed on the polysilicon film 105. This 
thermal oxidation film may be removed, or may be actively used 
as a protection film in a subsequent laser annealing step. 

In this thermal oxidation step, defects or the like in 



14 



the polysilicon film were repaired by surplus silicon atoms 
produced when the oxidizing reaction proceeds, so that it was 
possible to obtain the polysilicon film with very few defects. 
Since the thickness of the polysilicon film was decreased, an 
5 initial thickness of 90 nm was changed to 60 nm. 

Moreover, since the oxidizing reaction progressed while 
scraping the surface layer of the polysilicon film, the formed 
polysilicon film 105 became a semiconductor film with a very 
flat surface. This effectively serves to decrease levels in an 
10 interface between an active layer and a gate insulating film of 
a TFT. 

Incidentally , when this thinning step is repeated plural 
times, the flatness of the polysilicon film is further improved. 
In that case, the thermal oxidation step and the removing step 
15 of the thermal oxidation film are alternately repeated. 

In this embodiment, since the amorphous silicon film 
with a thickness of 9 0 nm is used as an initial film, the 
thinning step is adopted. However, if the thickness of the 
initial film is made 50 nm or less to eliminate the necessity of 

2 0 thinning the film more, the thinning step can also be omitted. 

After the state of Fig. 1G was obtained in this way, the 
polysilicon film 105 was next irradiated with excimer laser 
light. In this embodiment, the laser annealing treatment was 
carried out with pulse oscillation excimer laser light using 
25 XeCl (wavelength: 30 8 nm) as an excitation gas. Although the 
beam shape of the excimer laser may be a linear beam, in order 
to increase the uniformity of the treatment, a planar beam may 
also be used. (Fig. ID) 

Incidentally, excimer laser light using KrF, KrCl, ArF, 

3 0 or the like as an excitation gas, or another ultraviolet laser 

may be used. In the case where infrared light is used, the 
polysilicon film 105 has only to be irradiated with intense 
light emitted from an infrared lamp. 

In this embodiment, linear laser light having an 
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oscillation frequency of 30 Hz and a beam shape of 145 x 0.41 mm 
was used. Besides, the substrate was scanned with the laser 
light at 1.2 mm/sec from one end of the substrate to the other 
end, and an overlap of adjacent linear laser light was made 92%. 
5 Besides, in the case of this embodiment, it is 

preferable to carry out the laser annealing treatment under the 
condition that the laser energy density is 250 to 5000 mJ/cm 2 
(preferably 450 to 1000 mJ/cm 2 ). In this embodiment, the laser 
energy density was made 550 mJ/cm2. Here, a method of measuring 
10 the laser energy density in the present specification will be 
explained. 

First, light intensity (Eq) of laser light oscillated 
from a laser oscillator is measured by a power meter. However, 
the laser light after having passed through the power meter is 

15 attenuated in accordance with the transmittance (a) of an 
attenuator, and is further attenuated in accordance with the 
transmittance (b) of an optical system. Laser energy density (E) 
is obtained by dividing the light intensity of the laser light 
attenuated in this way by a laser irradiation area (A) . This is 

20 expressed by an expression of E = (Eo x a x b)/A. 

Next, a furnace annealing treatment at 10 00 °C for 2 
hours was carried out to a polys ilicon film 10 6 obtained by 
carrying out this laser annealing step. In this embodiment, 
although the treatment atmosphere is made a hydrogen atmosphere, 

25 there is no problem as long as a reduced atmosphere is used. 
Even if an inert gas atmosphere such as a nitrogen atmosphere is 
used, an object of improving the crystallinity can be achieved. 
(Fig. IE) 

Incidentally, it is desirable to wash the surface of the 
30 polysilicon film 106 by a hydrofluoric acid based etchant before 
this furnace annealing step is carried out. That is, such 
contrivance is effective that a natural oxidation film is 
removed and silicon atoms on the surface are terminated with 
hydrogen to prevent a natural oxidation film from being formed 
35 before an actual treatment. 
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However, attention must be paid especially to the point 
that the concentration of oxygen or an oxygen compound (for 
example, OH group) contained in the atmosphere is made 10 ppm or 
less (preferably 1 ppm or less). Otherwise, the flattening 
effect by the heat treatment in the reduced atmosphere is 
weakened . 

in this way, a polysilicon film 107 was obtained. The 
polysilicon film 107 had a very flat surface by hydrogen 
annealing at a high temperature such as 1000°C. Besides, since 
the annealing was carried out at a high temperature, stacking 
fault and the like hardly existed in crystal grains. 

As a result of observation by a Raman measurement method 
for the polysilicon film obtained by the present applicant 
through the steps of this embodiment, a Raman peak value was 517 
to 520 cm-l (typically 518 to 519 cm-l). Besides, a half width at 
half maximum was 2.2 to 3.0 cm-l (typically 2 . 4 to 2 . 6 cm-l ) . 

The Raman peak value of 518 to 519 cm-l is positioned at 
a very high wavenumber side, and it is understood that the 
polysilicon film obtained in this embodiment includes a crystal 
very close to a single crystal. Besides, the value of 2.4 to 2.6 
cm-l is also very small (a single crystal silicon film measured 
as reference was 2.1 cm-l), and this means that crystallmity is 
high. 

incidentally, in the present specification, the Raman 
peak value is a peak value obtained when fitting with a Lorentz 
distribution is carried out to a Raman spectrum obtained when a 
crystal-containing semiconductor film (in this embodiment, 
polysilicon film) is irradiated with Ar laser light having a 
wavelength of 514.5 nm and a light intensity of 1.0 x 105 to 1.3 
x 105 W /cm2. in the actual measurement, " RAMASCOPE MICROSCOPIC 
RAMAN APPARATUS SYSTEM 2000" which is a microscope Raman 
measuring apparatus manufactured by RENISHAW Inc. was used. 

The half width at half maximum is a value of half of a 
half width obtained when fitting with a Lorentz distribution is 
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carried out to a Raman spectrum obtained when a crystal-containi 
ng semiconductor film is irradiated with Ar laser light having a 
wavelength of 514.5 nm and a light intensity of 1.0 x 105 to 1.3 
x 10 5 w/cm2. This value was also measured by the foregoing Raman 

measuring apparatus . 

With respect to the Raman peak value and the half width 
at half maximum each having the foregoing definition, it was 
found that in the polysilicon film 107 of this embodiment, the 
ratio of the Raman peak value to the half width at half maximum 
(Raman peak value divided by half width at half maximum) was 170 
to 240 (typically 190 to 220). 

After the polysilicon film 107 with extremely high 
crystallinity was obtained in this way, this polysilicon film 
107 was patterned so that an active layer 108 was formed, 
incidentally, in this embodiment, although the heat treatment m 
the hydrogen atmosphere is carried out before the active layer 
is formed, the heat treatment may be carried out after the 
active layer is formed. That case is preferable since stress 
generated in the polysilicon film is relieved through the state 
that the film has been patterned. 

Then a thermal oxidation step was carried out so that a 
silicon oxide film 109 with a thickness of 10 nm was formed on 
the surface of the active layer 108. This silicon oxide film 1 09 
functions as a gate insulating film. Besides, since the film 
thickness of the active layer 108 was decreased through this 
oxidation by 5 nm, the thickness became 45 nm. In view of the 
film decrease by the thermal oxidation, it is necessary to 
determine the film thickness of the initial semiconductor film 
(semiconductor film formed at the first) so that an active layer 
(especially a channel formation region) with a thickness of 10 
to 50 nm finally remains. 

After the gate insulating film 109 was formed, a 
polysilicon film having conductivity was formed thereon and a 
gate wiring line 110 was formed by patterning. (Fig. 2A) 

in this embodiment, although polysilicon having N-type 
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conductivity is used for the gate wiring line, a material is not 
limited to this. Particularly, for the purpose of lowering the 
resistance of the gate wiring line, it is also effective to use 
tantalum, tantalum alloy, or a laminated film of tantalum and 
5 tantalum nitride. In order to obtain a gate wiring line of 
further low resistance, it is also effective to use copper or 
copper alloy. 

After the state of Fig, 2A was obtained, an impurity to 
give N-type conductivity or P-type conductivity was added to 
10 form an impurity region 111. The impurity concentration at this 
time was determined in view of an impurity concentration of a 
subsequent LDD region. In this embodiment, although arsenic with 
a concentration of 1 x 10" atoms /cm3 was added, it is not 
necessary to limit the impurity and the concentration to those 
15 of this embodiment. 

Next, a thin silicon oxide film 112 with a thickness of 
about 5 to 10 nm was formed on the surface of the gate wiring 
line 110. It is appropriate that this film is formed by using a 
thermal oxidation method or a plasma oxidation method. This 
20 silicon oxide film 112 functions as an etching stopper in a 
subsequent side wall forming step. 

After the silicon oxide film 112 to become the etching 
stopper was formed, a silicon nitride film was formed and etch 
back was carried out, so that a side wall 113 was formed. In 
25 this way, the state of Fig. 2B was obtained. 

Incidentally, in this embodiment, although the silicon 
nitride film was used as the side wall, it is also possible to 
use a polysilicon film or an amorphous silicon film. Of course, 
it is needless to say that if a material of the gate wiring line 
30 is changed, a material which can be used as the side wall is 
also changed according to that. 

Next, an impurity with the same conductivity as that in 
the previous step was again added. The concentration of the 
impurity added at this time was made higher than that in the 
35 previous step. In this embodiment, although arsenic is used as 
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an impurity and its concentration is made 1 x 102! a toms/cm3, it 
is not necessary to make limitation to this. By the adding step 
of the impurity, a source region 114, a drain region 115, an LDD 
region 116, and a channel formation region 117 were defxned. 

(Fig. 2C) . 

After the respective impurity regions were formed xn 

this way, activation of the impurity was carried out by a heat 
treatment such as furnace annealing, laser annealing, or lamp 
annealing . 

Next silicon oxide films formed on the surfaces of the 
gate wiring 'line 110, the source region 114, and the drain 
region 115 were removed to expose the surfaces of those. Then a 
cobalt film (not shown) with a thickness of about 5 nm was 
formed and a heat treatment step was carried out. A reaction of 
cobalt and silicon occurred by this heat treatment sc > that a 
silicide layer (cobalt silicide layer) 118 was formed. (Fxg. 2D) 
This technique is a well-known self-aligned silicide 
technique. Thus, instead of cobalt, titanium or tungsten may be 
used, and an annealing condition and the like may be determined 
by referring to a well-known technique. In this embodxment, a 
!amp annealing treatment step was carried out by irradxatxon of 

infrared light. 

After the silicide layer 118 was formed in this way, the 
cobalt film was removed. Thereafter, an interlayer insulating 
film 119 with a thickness of 1 p. was formed. As the xnterlayer 
insulating film 119, it is appropriate that a silicon oxide 
film, a silicon nitride film, a silicon nitride oxide film, or 
resin film (polyimide, acryl, polyamide, polyimide-amide, 
benzocyclobutene (BCB) , etc., is used. These insulating films 
30 may be laminated in a free combination. 

Next, contact holes were formed in the xnterlayer 
insulating film 119, and a source wiring line 120 
wiring line 121 made of a material containing aluminum as xts 
Iain 'ingredient were formed. Finally, the whole component was 
35 subjected to furnace annealing at 300°C for 2 hours xn a 
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hydrogen atmosphere, so that hydrogenating was completed 

A TFT as shown in Fig. 2D was obtained in thrs way. 
Incidentally, the structure explained in this embodiment rs 
merely an example, and a TFT structure to which the present 
invention can ce applied is not limited to this. The present 

, ^ n , TFT of any well-known structure, 
invention can be applied to a tfi or any 

Besides it is not necessary to limit numerical value 
conditions in steps subsequent to formation of the Polysilicon 
film 107 to those of this embodiment. Further, there is no 
problem even if a well-known channel doping step (impurity 
adding step for controlling a threshold voltage) is introduced 
to somewhere in this embodiment. 

Besides, in this embodiment, since the concentration of 
purities such as C, N , and O was thoroughly controlled at the 
stage of film formation of the amorphous silicon film as the 
ini 9 tial film, concentration of each impurity 

the active layer of the completed TFT was such that the 
concentration of carbon and nitrogen remained to be 5 x 10 
atoms/cms or less (preferably 5 x 10" atoms/cm3 or less), and 

h eventration of oxygen remained to be X x io» atoms/cm o 
less (preferably 5 x lO" atoms/cm^ or less,. The concentration 
less <pi« 1 10 i7 atoms/cm^ or less, 

of metal elements except nickel was x nresen t 
Besides, it is needless to say that the P«-«* 
invention can be readily applied to not only a top gate 

^ a i SO to a bottom ga t e s^r. ^ an 

inverted staggered structure TFT. 

Although the description has been made on the ^-channel 
TFT as an example, it is also easy to manufacture a P-channel 
TFT through combination with a well-known technique Further 
through combination with a well-Known tec.n^ejt - a 
oossible to form a CMOS circuit by forming an N-channel TFT and 
r P -chan nel TFT on the same substrate and by complementary 

combining^ in the structure of Fig. 2D, if a pixel 
electrode (not shown) electrically connected to the drain wiring 
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line 121 is formed by a well-known means, it is also easy to 
form a pixel switching element of an active matrix type display 
device. That is, the present invention can also be carried out 
when an active matrix type electro-optical device such as a 
liquid crystal display device or an EL (electroluminescence ) 
display device is manufactured. 
[Embodiment 2] 

in this embodiment, an example in which an initial film 
first formed on a substrate is made a polysilicon film, will be 
described with reference to Figs. 3A to 3D. 

First, an underlying film 302 made of a silicon oxide 
film, a polysilicon film 303 with a thickness of 75 nm, and a 
protection film 304 are continuously formed and laminated on a 
Ltal substrate (in this embodiment, tantalum substrate) 301 
without making opening to the air. Incidentally, in this 

* 4.-„„ i= carried out in a multichamber 
embodiment, film formation is carried ou 

system low pressure CVB apparatus having a vacuum load-lock 
chamber and a common chamber. (Fig. 3A) 

Next, a thermal oxidation step at 1050"C for 30 minutes 
is carried out. In this embodiment, for the purpose of carrying 
out the heat treatment while relieving stress, a wet oxidation 
method containing water vapor was used. The 

polysilicon film 305 obtained through this step is decreased 
fh ugh the oxidation to 50 nm. The thickness of the protec-on 
film 306 is increased by the thickness of the formed thermal 

oxidation film. (Fig. 3B) 

Of course, this thermal oxidation step is carried out as 
a thinning step for further thinning the polysilicon 
this thinning step is carried out plural times, the flatness of 
the polysilicon film is further improved. In that case, it is 
appropriate that the thermal oxidation step and the removing 
sip of the thermal oxidation film are alternately repeated 

Next, a laser annealing step is carried out by KrF 
excimer laser light while the protection film 306 is made to 
ZT,n. As a laser irradiation condition of this embodiment, 
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linear laser light having an oscillation frequency of 30 Hz and 
a beam shape of 145 x 0.41 nnn was used. Besides, the substrate 
was scanned with the laser light at 1 . 2 mm/sec from one end of 
the substrate to the other end, and an overlap of adjacent 

5 linear laser light was made 92%. ^ la - er 

Besides, in the case of this embodiment, the laser 

•= carried out under the condition that the laser 
annealing step is carried our un 

h=„«H*v is 450 to 5000 mJ/cm2 (preferably 500 to 1000 

oner civ density xs ^ 

^ ^- fhP laser energy density is made 

mJ/cm2). in this embodiment, the laser en 

4e„.i t y i- t*. =™ as BrtxxU-nt 1. I» ».,, a pdy^l.con 

film 307 is formed. (Fig. 3C) 

After the laser annealing step is completed in this way 
a furnace annealing treatment at 1100-C for 2 hours U . carried 
l5 out in a nitrogen atmosphere to improve the cry.tall.axty of the 
polysilicon film 307. By this step, a polysilicon film 308 is 
Gained. The thus obtained polysilicon film 303 ,0. ^ 
orientation on the whole film surface, and £=o» a 
semiconductor film regarded as substantially a single crystal 

20 fllm ' Since the polysilicon film 30S formed in the manner 
described above is treated in all the steps of .Figs- 3A to 3D 
without being exposed to the outside air, this film has an 
extremely cle 9 an interface. This is an effect obtained by two 
25 structures that (1) the step of Fig- 3A is carried out in 
continuous film formation without making opening to the air, and 
"TL treatments are carried out through the protection 

fllm ' Besides, the Raman pea* value and the half width at half 
30 maximum also fall within the range explained in 1 " 

incidentally, in this embodiment, although the 
polysilicon film is used as the initial film (semiconductorjilm 
formed at the first), it is also possible to f xr£ fom a 
.icrocrystal silicon film or an amorphous silicon film and to 
35 crystallize the film through a protection film by a laser. 
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course, a semiconductor material other than silicon may be used. 

After the polysilicon film 308 is obtained xn thxs way, 
it is satisfactory if the TFT is manufactured in the same 
procedure as Embodiment 1. Of course, the TFT can be 

+-he> nrocedure of Embodiment 1 but also 
5 manufactured by not only the proceaur 

a well-known means. 

r Embodiment 3] . 
in this embodiment, an example in which crystallxzatxon 
of an amorphous silicon film as an initial film is carried lout 
0 by a technique disclosed in aapanese Patent Applxcatxon L axd- 
open ho. 8-78329, will be described with reference to Fxgs 4A 
Z 4G. An entire disclosure of the .apanese Patent Applxcatxon 
No 8-78329 is incorporated herein by reference. 

Fir3t , a quartz substrate 401 having a surface provided 
l5 with an insulating film is prepared, and an amorphous sxlxcon 
film (not shown, and a silicon oxide film (not shown) are 

mask 40 2 having an opening portion. 

Hext, a solution containing nickel of 100 PP m xn terms 
20 of weight is' applied by a spin coating method , so t^at such a 
state that the amorphous silicon film is xn contact wxth nxckel 
"obtained at the bottom of the opening portion, 
furnace annealing step at 570<C for 14 hours is carrxed out to 
75 obtain a lateral growth region 403. 

in the lateral growth region 403, sxnce rod-lxke 
crystals grow in a direction almost parallel to the substrate 
the number' of defects and trap levels are small as 
a polysilicon film in which nucleus generatxon occurs a ^random. 
, 0 in the state of Fig. 4A, there xs obtaxned 

30 semiconductor film in which a region remaining as an amorP - 
component and the lateral growth region (region "ntaxnxng 
crystal components) are mixed to each other. In the 
specification, such a film is also called a semxconductor fxlm 
35 (or crystal-containing semiconductor fxlm). 
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After the state of Fig. 4A is obtained in this jay the 
•„„ » «. a mask and phosphorus is added by a 
.as, 402 is te pt - « ^plantation m6thod . Th e addition 
plasma doping method o a ^ P ^ in 

r n s^Ln ph :r r :io:; s ?: - to , , - - 

!■ av is called a gettering region 404 in the 
is added in this way is caiiea * y 

— si?" ^ "u ... - «— . • ; 

* «>« "~ ui ra,i0 " 

, mi =0„d»«ot iil» 406 «°™<» » tho „<,!<,» 

405 i, .».»■«■■ « « l » * ' ' concentration, it is 
contain, phosphorus and nickel vith a nig 

desirable to »»P^««J7; a : a t f X O °.0 i» °-tain.d. * 
In this »ay, the state of 3 , 8 oiril<d 

fnr.ac. annealing «e.t»»t " 1000 J ' , olliaatlon step 

„ remain until a next laser annealing treatment is 

"Lt.r an isi.nd-li*. se.icondnctor fil» 407 in which its 
uhicKn.sf is decreased W the thinning step - * « - 

a laser -^rr^t^ - 

XeCl excimer laser light. The laser 

• ™=»rio the same as Embodiment 1. (Fig. ) 
this embodiment is made the same through the 

Af ter an island-like semiconductor film 4 
t«« ctpo is obtained in this way, 
laser annealing step ^ flirther carried out 

+. * + iioo°C for 2 hours is further cdiii« 
5 annealing treatment at 110 0 c ror 
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in an atmosphere in which hydrogen and nitrogen are mixed. In 
This way, an isXand-li.e semiconductor film 409 is obtained. 

(F19 ' "'The island-liXe semiconductor film 409 formed in the 

a— ' "" :0 " 

,a»e as taose explained ia Embodiment 1. 

[at " a TTJll 1 or embodiment 3, a„ ele„»t 

in Embodiment l oi el1 . 
•^ a Hv nickel) for promoting crystallization is used at 
15 (specxfxcally nickel) P ^ . f ^ steps 

crystallization of an initia ^ f lysilicon film (this 

r 3 ™^st^^r—^^ y — > — - 

trough natural nucleus generation, a satisfactory effect can be 

20 ""^^ that case, an underlying film, an ^rphous silicon 
film , and a protection film are — u . y ormed - 

— \ r r ""o r — „ * . 

s „ H :r r 'fii: * ^ r rr r - 

generation as in this embodiment, it is desirable t^ 
30 has a thinness of 80 to 120 nm (typically 90 to 100 > 
is, it is empirically known that if an initial film 

k • •„« efficiency of crystallization is lowered. 

^^Tr- 'iirr- 
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of crystallization. By doing so, crystallization is 

carried out, and thereafter, a polysilicon film with a desxred 

thickness can be obtained. 

incidentally, the structure of this embodiment can be 
5 confined with any of the structures of Embodiment 1 and 

Embodiment 3 . 

[Embodiment 5] 

In this embodiment, steps of manufacturing a TFT on a 
substrate by carrying out the present invention will be 

= * ^ si? a rp used for the description. 
0 described. Figs. 5A to 5E are usea rui ■ , 

First, a quartz substrate 1101 was prepared. A material 
having high heat resistance must be selected as the substrate 
Xnltead of the quartz substrate, a substrate of a material 
aving high heat resistance, such as a silicon subst rate ^ a 
L5 ceramic substrate, a crystallized glass substrate, or a metal 

3UbStrat ;^ Tthough an under film may not be provided in 
til e case he quartz substrate is used, it is preferable to 

P v Z an insulating film as the under film in the case wher 

-i _ US ed As an insulating film, it 

20 ° ther ma ! eri t ; 1 at either one of a silicon oxide film (SiOx), a 
appropriate that ether on oxynitri ae film 

silicon nitride film (SixN , lamina ted 
(SiOxNy), and an aluminum nitride film (AlxNy), 

film of those is used. * • ™ a 

Besides, it is effective to use an underlying film of a 

30 M «r t*. q ».«z „.»s«ra« .101 

• .»- k ^ fineness of 90 nm was formed, and a mcKei 
II layer 11 was formed thereon. A method of forming 
containing layer refer red to a technique 

35 the nickel-containing layer 1103 may be 



27 



10 



15 



20 



25 



disclosed in the Japanese Patent Application Laid-open Ho. 7- 

130652 ' incidentally, in this embodiment, although an example of 
adding nickel by using a technique disclosed in Japanese Patent 
• ■ r,-in onen No 7-130652 will be described, it is also 

;^:r: :::: rzz « ^ . .^i .u. - *™ 

possiDi me thod of ion implantation (ion 

imp „. n , qer doping method, or the like), 

(without mass separation), laser doping , ac a f ., m 

in this embodiment, disilane (Si 2 H 6 ) was used as a film 

<= ■„„ aas of the amorphous silicon film 1102, and film 
forming gas of th P ^ ^ ^ 

format ion was made oy a j-uw ^j- 

thil time, it is important to thoroughly control the 
this time, . , . tieg such as C (carbon), N (nitrogen), 

concentration of «*° Elt ^' " Tnis is because if the amount 
and 0 (oxygen) mixed in t he f ^ ^ crygtallization ig 

of these impurities is nign, y ^ 

bl ° Cked " T he present applicant controlled the impurity 
1 that the concentration of carbon and nitrogen 
™T»™/<£ or less (preferably 5 x 10 » atoms/cmj 
orTess ^e concentration of oxygen became 1 x 10» atoms/cm 
; Xrablv 5 x 1018 at oms/cm3 or less). Further, control 

" d that t he concentration of metal elements became 1 x 

was made so that the c ^ concentration has 

1017 a toms/cm3 or less, wneu , lllHon 

b een made at a filra formation stage, if only « te ™ 1 ^^ 

is prevented, impurity concentration is not increased during 

steps of manufacturing the TFT. nickel 
Concerning the nickel-containing layer 1103, a nickel 
acetate salt solution containing nickel of 10 PPm - ^s o* 

weight was ^ ^ ^ ^ -hod, and 

amorphous silicon film nuz y f out 

+. u nn j_ ^ 0 o C for 1 hour was carried out. 
dehydrogenatmg at about 450 L ror of 50 0 to 
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atmosphere, so that a polysilicon film 1104 was obtained. Nickel 
atmospnere, a toms/cm3 remains m 

with a concentration of 1 x to 
this polysilicon film 1104. (Fig. 5B) 

Strictly speaking, nickel is not added in the amorphous 
5 silicon film at the point of time when the spin coating is 
carried out. However, in the subsequent dehydrcgenating step, 
since nickel is easily diffused in the amorphous silicon film, 
"Is permissible to regard the step as substantially an adding 

10 SteP ' incidentally, if fil« **li t y comparable tc > t,e 
amorphous silicon fil* formed by the low pressure «t od 

( i r that case it is desirable that germanium 

may be used. In that case, it 

i™ rc.l lead (»). al > d tin <Sn) " ay 68 

transfom.d in" a polyilicon tilm, by « » HM«»«« 

scanning caloriflietry (also called DSC)- 

ditLenti.l vernal analysis •»<*«•. » sh °™ by " " 

tn. result she,™ in Pi,. 10* sbo.s data ,» th. 

35 ; 1. « y « iii-'io- -« — - ' 
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promoting crystallization of an amorphous silicon film. 

On the other hand, Fig. 10B shows the state of phase 
change in the case where nickel as the element for promoting 
crystallization of the amorphous silicon film is used as in this 
5 embodiment. At this time, the addition amount of ^nickel xs 1 to 

/ -i rn i-hat- case, it was ascertained that the 
2 x 1019 atoms/cm^, in that, cabe, 

temperature of the occurrence of the phase change 
(crystallization) was lowered and became 605. 0°C 

Similar experiments were carried out for the case of 
L0 using elements other than nickel to make confirmation, ^and it 
was ascertained that the phase change occurred at about 600 C 
( 550 to 650=0 in all the elements and crystallization 
L reason why the crystallization step is earned out the 
foregoing temperature range by the present applicant is 

15 SUPPOr ^ er S re Tate of Fig. 5B was obtained in this way, the 
i -urnn film 1104 was next irradiated with excimer laser 
TiS in t h is elodiment, the laser annealing treatment was 
fried out with pulse oscillation excimer laser ^ . using 
20 XeCl (wavelength: 308 nm) as an excitation gas. Although the 
beam shape of the excimer laser may be a linear beam, in order 
t o increase the uniformity of the treatment, a planar beam may 

be used. (Fig. 5C) 

incidentally, excimer laser light using KrF, KrCl, ArF, 
25 or the like as an excitation gas, or another ultraviolet laser 
may be used. In the case where infrared light is used, the 
^lysTlicon film 1104 has only to be irradiated with intense 
liaht emitted from an infrared lamp. 

9 In this embodiment, linear laser light having an 

30 oscillation fluency of 30 Hz and a beam ^ <* ™^'^ 
was used. Besides, the substrate was scanned with th , laser 
light at 1.2 aWsec from one end of the substrate to the ^ other 
en', and an overlap of adjacent linear laser ligh t was made 92% 

Besides, in the case of this embodiment, it is 

35 preferable to carry out the laser annealing treatment under 
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condition that the laser energy density is 250 to 5000 mJ/cm2 
(preferably 450 to 1000 mJ/cm2). In this embodiment, the laser 
energy density was made 550 mJ/cm2. Here, a method of measuring 
the laser energy density in the present specification will be 

explained. ^, 
First, light intensity (E„) of laser light oscillated 

from a laser oscillator is measured by a power meter. However, 
the laser light after having passed through the power meter is 
attenuated in accordance with transmittance (a) of an 
attenuator, and is further attenuated in accordance with 
transmittance (b, of an optical system. Laser energy density (E ) 
is obtained by dividing the light intensity of the laser light 
attenuated in this way by a laser irradiation area (A) . This is 
expressed by an expression of E = (E 0 x a x b)/A. 

After the state of Fig. 5C was obtained in this way, a 
furnace annealing treatment (heat treatment using an 
electrothermal furnace) at 1000°C for 30 minutes was carried out 
in an oxidizing atmosphere. At this time, the film thicknes of 
the polysilicon film 1105 was decreased (thinning treatment by 
the thermal oxidation treatment, so that a polysilicon film 1106 
thinner than the polysilicon film 1105 was formed. (Fig. 5D) 

incidentally, although not shown in Fig. 5D, a thermal 
oxidation film is formed on the polysilicon film 1105 This 
thermal oxidation film may be removed, or may be actively used 
as a protection film in a subsequent laser annealing step. 

in this thermal oxidation step, defects or the like xn 
the polysilicon film are repaired by surplus silicon atoms 
produced when the oxidizing reaction proceeds, so that it was 
possible to obtain the polysilicon film with very few defects 
Besides, the thickness of the polysilicon film was decreased, so 
that the initial thickness of 90 nm was changed to 60 nm. 

Moreover, since the oxidizing reaction progressed while 
scraping the surface layer of the polysilicon film, the formed 
polysilicon film 1106 became a semiconductor film with a very 
flat surface. This effectively serves to decrease levels m an 
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interface between an active layer and a gate insulating film of 

cL TFT 

incidentally, when this thinning step is repeated plural 
times, the flatness of the polysilicon film is further improved. 
In that case, the thermal oxidation step and the removing step 
of the thermal oxidation film are alternately repeated. 

incidentally, in this embodiment, since the amorphous 
silicon film with a thickness of 90 nm is used as an initial 
ilm the thinning step is adopted. However, if the 
he initial film is made 50 nm or less to 
necessity of thinning more, the thinning step can also 

° mitted * N ext, a furnace annealing treatment at 

• h „„+ to the polysilicon film 110 6 obtained by 

„ lona as a reduced atmosphere is used. Even if an 

object of improving the crystallinity can be achieved (Fig 5E, 

incidentally, it is desirable to wash the 
polysilicon film 1106 *Y a hydrofluoric acid based tc ant 
If ore this furnace annealing step is carried out That is such 
contrivance is effective that a natural Z Z 

removed and silicon atoms on the surface are made . to be 
terminated with hydrogen to prevent a natural oxidation film 
from being formed before an actual treatment. 

However, attention must be paid especially to the point 
t hat the concentration of oxygen or an oxygen compound (for 
-pie, OH group, contained in the ^ £££ 

30 recJT^heit ^enT £ the reduced atmosphere is 

WeakenSd ln this way, a polysilicon film 1107 was obtained The 
polysilicon iL U07 ha'd a very flat surface by the hydrogen 
35 Z at a high temperature such as 1000-C. Besides, since 
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the annealing was carried out at a high temperature, stacking 
fault and the like hardly existed in the crystal grains. 

As a result of observation through a Raman measurement 
method for the polys ilicon film obtained by the present 
5 applicant through the steps of this embodiment, the Raman peak 
value was 517 to 520 cm- 1 (typically 518 to 519 cm-i) . Besides, 
the half width at half maximum was 2.2 to 3.0 cm- 1 (typically 2.4 
to 2.6 cm-l ) . 

The Raman peak value of 518 to 519 cm-l is positioned at 
10 a very high wavenumber side, and it is understood that the 
polysilicon film obtained in this embodiment includes a crystal 
very close to a single crystal. Besides, the value of 2.4 to 2.6 
cm-l i s also very small (single crystal silicon film measured as 
reference was 2.1 cm-l), and this means that crystallinity is 
15 high. 

Incidentally, in the present specification, the Raman 
peak value is a peak value obtained when fitting with a Lorentz 
distribution is carried out to a Raman spectrum obtained when a 
crystal-containing semiconductor film (in this embodiment, 

20 polysilicon film) is irradiated with Ar laser light having a 
wavelength of 514.5 nm and a light intensity of 1.0 x 10 5 to 1.3 
x 10 5 w/cm2. in the actual measurement, "RAMASCOPE MICROSCOPIC 
RAMAN APPARATUS SYSTEM 2000" which is a microscope Raman 
measuring apparatus manufactured by RENISHAW Inc. was used. . 

25 The half width at half maximum is a value of half of a 

half width obtained when fitting with a Lorentz distribution is 
carried out to a Raman spectrum obtained when a 
crystal-containing semiconductor film is irradiated with Ar 
laser light having a wavelength of 514.5 nm and a light 

30 intensity of 1.0 x 105 to 1.3 x 10 5 W/cm 2 . This value was also 
measured by the foregoing Raman measuring apparatus . 

With respect to the Raman peak value and the half width 
at half maximum each having the foregoing definition, it was 
found that in the polysilicon film 1107 of this embodiment, the 

3 5 ratio of the Raman peak value to the half width at half maximum 
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(Raman peak value divided by half width at half maximum) was 170 
to 240 (typically 190 to 220). 

After the polysilicon film 1107 with extremely high 
crystallinity was obtained in this way, this polysilicon film 
5 110 7 was patterned so that an active layer 10 8 shown in Fig. 2A 
was formed. Incidentally, in this embodiment, although the heat 
treatment in the hydrogen atmosphere is carried out before the 
active layer is formed, the heat treatment may be carried out 
after the active layer is formed. That case is preferable since 

10 stress generated in the polysilicon film is relieved through the 
state that the film has been patterned. 

Then a thermal oxidation step was carried out so that a 
silicon oxide film 10 9 with a thickness of 10 nm was formed on 
the surface of the active layer 108. This silicon oxide film 109 

15 functions as a gate insulating film. Besides, since the film 
thickness of the active layer 108 was decreased through this 
oxidation by 5 nm, the thickness became 45 nm. In view of the 
film decrease by the thermal oxidation, it is necessary to 
determine the film thickness of the initial semiconductor film 

20 (initially formed semiconductor film) so that an active layer 
(especially a channel formation region) with a thickness of 10 
to 50 nm finally remains. 

After the gate insulating film 109 was formed, a 
polysilicon film having conductivity was formed thereon and a 

25 gate wiring line 110 was formed by patterning. (Fig. 2A) 

In this embodiment, although polysilicon having N-type 
conductivity is used for the gate wiring line, a material is not 
limited to this. Particularly, for the purpose of lowering the 
resistance of the gate wiring line, it is also effective to use 

3 0 tantalum, tantalum alloy, or a laminated film of tantalum and 
tantalum nitride. In order to obtain a gate wiring line of 
further low resistance, it is also effective to use copper or 
copper alloy. 

After the state of Fig. 2A was obtained, an impurity to 
35 give N-type conductivity or P-type conductivity was added to 
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form an impurity region 111. The impurity concentration at this 
time was determined in view of the impurity concentration of a 
subsequent LDD region. In this embodiment, although arsenic with 
a concentration of 1 x 1013 a toms/cm3 was added, it is not 
necessary to limit the impurity and the concentration to those 

of this embodiment. 

Next a thin silicon oxide film 112 with a thickness of 
about 5 to 10 nm was formed on the surface of the gate wiring 
line 110. It is appropriate that this film is formed by using a 
, thermal oxidation method or a plasma oxidation method. This 
silicon oxide fiHn 112 functions as an etching stopper in 
subsequent side wall forming step. ^* nn 
After the silicon oxide film 112 to become an etching 
stopper was formed, a silicon nitride film was formed and etch 
5 back was carried out, so that a side wall 113 was formed. In 
this way, the state of Fig. 2B was obtained. 

ncidentally, in this embodiment, although t*« > si icon 
nitride film was used as the side wall, it is also possible to 
use a polysilicon film or an amorphous silicon film. Of course 
0 i is n'eed'less to say that if a material of the gate ™ ^ 
is changed, a material which can be used as - the side wall is 
also changed according to that. 

Next, an impurity with the same conductivity as that in 
the previous step was again added. The concentration of the 
■5 purity added at this time was made higher than that m the 
lieu step, in this embodiment, although arsenic „ used as 
the impurity and its concentration is made 1 x 10^ atoms cm3 it 
is not" necessary to make limitation to this By the ^ing step 
of the impurity, a source region 114, a drain region 115, an LDD 
30 region lT 6 , and a channel formation region 117 were defined. 

(Fi9 ' ^Lter the respective impurity regions were formed in 
this way, activation of the impurity was carried out by a heat 
treatment such as furnace annealing, laser annealing, or lamp 
35 annealing. 
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Next, silicon oxide films formed on the surfaces of the 
gate wiring 'line 110, the source region 114, and the drain 
region 115 were removed to expose the surfaces of those. Then a 
cobalt film (not shown) with a thickness of about 5 nm was 
5 formed and a heat treatment step was carried out. A reaction of 
cobalt and silicon occurred by this heat treatment, so that a 
silicide layer (cobalt silicide layer) 118 was formed. (Fig. 2D) 
This technique is a well-known self-aligned silicide 
technique. Thus, instead of cobalt, titanium or tungsten may be 
10 used, and an annealing condition and the like may be determined 
by referring to a well-known technique. In this embodiment, a 
lamp annealing treatment step was carried out by irradiation of 

infrared light. 

After the silicide layer 118 was formed in this way, the 
15 cobalt film was removed. Thereafter, an interlayer insulating 
film 119 with a thickness of 1 vm was formed. As the interlayer 
insulating film 119, it is appropriate that a silicon oxide 
film, a silicon nitride film, a silicon nitride oxide film, or a 
resin film (polyimide, acryl, polyamide, polyimide-amide, 
20 benzocyclobutene (BOB), etc.) is used. These insulating films 
may be laminated in a free combination. 

Next, contact holes were formed in the interlayer 
insulating film 119, and a source wiring line 120 and a drain 
wiring line 121 made of a material containing aluminum as its 
25 main ingredient were formed. Finally, the whole component was 
subjected to furnace annealing at 300°C for 2 hours in a 
hydrogen atmosphere, so that hydrogenating was completed. 

A TFT as shown in Fig. 2D was obtained in this way. 
incidentally, the structure explained in this embodiment is 
30 merely an example, and a TFT structure to which the present 
invention can be applied is not limited to this. The present 
invention can be applied to a TFT of any well-known structure. 
Besides, it is not necessary to limit numerical value conditions 
in the steps subsequent to formation of the polysilicon film 
35 1107 to those of this embodiment. Further, there is no problem 
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even if a well-known channel doping step (impurity adding step 
for controlling a threshold voltage) is introduced to somewhere 

in this embodiment. 

Besides, in this embodiment, since the concentration of 
impurities such as C, N, and 0 was thoroughly controlled at the 
stage of film formation of the amorphous silicon film as the 
initial film, the concentration of each impurity contained in 
the active layer of the completed TFT was such that the 
concentration of carbon and nitrogen remained to be 5 x 1018 
atoms/cm3 or less (preferably 5 x 1017 atoms/cn.3 or less), and 
the concentration of oxygen remained to be 1 x 1019 a toms/cm3 or 
less (preferably 5 x 1018 a toms/cm3 or less). The concentration 
of metal elements except nickel was 1 x 10" atoms/cm3 or less. 

Besides, it is needless to say that the present 
invention can be readily applied to not only a top gate 
structure but also to a bottom gate structure typified by an 
inverted staggered structure TFT. 

Besides, although the description has been made on the 
N-channel TFT as an example, it is also easy to manufacture a P- 
channel TFT through combination with a well-known technique. 
Further, through combination with a well-known technique, xt xs 
also possible to form a CMOS circuit by forming an N-channel TFT 
and a P-channel TFT on the same substrate and by complementarxly 

combining them. . 

Further, in the structure of Fig. 2D, if a pixel 
electrode (not shown) electrically connected to the drain wiring 
line 121 is formed by a well-known means, it is also easy to 
form a pixel switching element of an active matrix type display 
device. That is, the present invention can also be carried out 
when an active matrix type electro-optical device such as a 
liquid crystal display device or an EL (electroluminescence) 
display device is manufactured. 
[Embodiment 6] 

in this embodiment, an example in which a polysilrcon 
film is obtained by a method different from Embodiment 5, will 
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be described with reference to Figs. 6A to 6E. Since its basic 
structure is almost the same as Embodiment 5, the description 
will be made while attention is paid to only different points. 

in this embodiment, steps up to a step of obtaining the 
5 state of Fig. 5C are the same as those of Embodiment 5. First, a 
semiconductor film (in this embodiment, amorphous silicon film) 
1202 with a thickness of 90 nm was formed on a quartz substrate 
1201, and a nickel-containing layer 1203 was formed on its 
surface. (Fig. 6A) Then a heat treatment at a temperature of 
10 500 to 700°C (typically 550 to 650°C) for 4 to 24 hours was 
carried out in an inert gas atmosphere, a hydrogen atmosphere, 
or an oxygen atmosphere, so that a polysilicon film 1204 was 
obtained. (Fig. 6B, Thereafter, the polysilicon film 1204 was 
irradiated with excimer laser light, so that a polysilicon film 

15 1205 was obtained. (Fig. 6C) 

next, a furnace annealing treatment at 1000°C for 2 
hours was carried out to the polysilicon film 1205 obtained by 
carrying out this laser annealing step. In this embodiment, 
although the treatment atmosphere was made the hydrogen 
20 atmosphere, there is no problem as long as a reduced atmosphere 
is used. Even if an inert gas atmosphere such as a nitrogen 
atmosphere is used, an object of improving the ™ 
be achieved. By this step, a polysilicon film 1206 having a flat 
surface was obtained. (Fig. 6D) _ 
25 After the state of Fig. 6D was obtained in this way, a 

furnace annealing treatment (heat treatment using an 
el ectrothermal furnace) at 1000'C for 30 minutes was carried out 
in an oxidizing atmosphere. At this time, the film 
the polysilicon film 1206 was decreased by the thermal 
30 treatment (thinning treatment,, so that a polysilicon film 1207 
thinner than the polysilicon film 1206 was formed (Fig 6E) 

in this thermal oxidation step, defects and the like in 
t he polysilicon film are repaired by surplus silicon atoms 
produced when the oxidizing reaction proceeds, so that it was 
35 possible to obtain the polysilicon film with very few defects. 
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Besides, the thickness of the polysilicon film was thinned, so 
that the initial thickness of 90 nm was changed to 60 nm. 

Moreover, since the oxidation reaction progresses while 
scraping the surface layer of the polysilicon film which was 
5 flattened by the furnace annealing treatment in the reduced 
atmosphere, the formed polysilicon film 12 07 became a 
semiconductor film with a further flat surface. Hereafter, this 
effectively serves to decrease levels in an interface between an 
active layer and a gate insulating film of a TFT. In addition, 
10 since the obtained oxidation film has an extremely flat surface, 
it can be used as a gate insulating film or a part thereof. 

Incidentally, when this thinning step is repeated plural 
times, the flatness of the polysilicon film is further improved. 
In that case, the thermal oxidation step and the removing step 
15 of the thermal oxidation film are alternately repeated. 

Since the subsequent steps are the same as those of 
Embodiment 5, their explanation will be omitted. That is, this 
embodiment can be combined with Embodiment 5. 
[ Embodiment 7 ] 

20 In this embodiment, an example in which a polysilicon 

film is obtained by a method different from Embodiment 5, will 
be described with reference to Figs. 7A to 7D. Since its basic 
structure is almost the same as Embodiment 5 , the description 
will be made while attention is paid to only different points. 

25 In this embodiment, steps up to a step of obtaining the 

state of Fig. 5C are the same as those of Embodiment 5. First, a 
semiconductor film (in this embodiment, amorphous silicon film) 
1212 with a thickness of 90 nm was formed on a quartz substrate 
1211, and a nickel-containing layer 1213 was formed on its 

3 0 surface. (Fig. 7A) Then a heat treatment at a temperature of 
500 to 700°C (typically 550 to 650°C) for 4 to 24 hours was 
carried out in an inert gas atmosphere, a hydrogen atmosphere, 
or an oxygen atmosphere, so that a polysilicon film 1214 was 
obtained. (Fig. 7B) Thereafter, the polysilicon film 1214 was 

35 irradiated with excimer laser light, so that a polysilicon film 
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1215 was obtained. (Fig. 7C) 

Next, a furnace annealing treatment (heat treatment 
using an electrothermal furnace) was carried out in an oxidizing 
atmosphere to the polysilicon film 1215 obtained by carrying out 
5 this laser annealing step. At this time, the film thickness of 
the polysilicon film 1215 was decreased by the thermal oxidation 
treatment (thinning treatment), so that a polysilicon film 1216 
thinner than the polysilicon film 1215 was formed. (Fig. 7D) 

Incidentally, when this thinning step is repeated plural 
10 times, the flatness of the polysilicon film is further improved. 
In that case, the thermal oxidation step and the removing step 
of the thermal oxidation film are alternately repeated. 

Since the subsequent steps are the same as those of 
Embodiment 5, their explanation will be omitted. That is, this 
15 embodiment can be combined with Embodiment 5. Incidentally, the 
feature of this embodiment is that the thermal oxidation step 
also serves as the furnace annealing step explained in the 
Embodiment 6 . 

[Embodiment 8] 

2 0 In this embodiment, an example in which an initial film 

initially formed on a substrate is made a polysilicon film, will 
be described with reference to Figs. 8A to 8D . 

First, an underlying film 1302 made of a silicon oxide 
film, a polysilicon film 1303 with a thickness of 75 nm, and a 

25 protection film 13 0 4 are continuously formed and laminated on a 
metal substrate (in this embodiment, tantalum substrate) 1301 
without making opening to the air. Incidentally, in this 
embodiment, film formation is carried out in a multichamber 
system low pressure CVD apparatus having a vacuum load-lock 

30 chamber and a common chamber. (Fig. 8A) 

Next, a laser annealing step is carried out with KrF 
excimer laser light while the protection film 1304 is made to 
remain. A laser irradiation condition of this embodiment was 
such that linear laser light having an oscillation frequency of 

35 30 Hz and a beam shape of 145 x 0.41 mm was used. Besides, the 
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substrate was scanned with the laser light at 1.2 nun/sec from 
one end of the substrate to the other end, and an overlap of 
adjacent linear laser light was made 92%. 

Besides, in the case of this embodiment, the laser 
5 annealing step is carried out under the condition that the laser 
energy density is 250 to 5000 mJ/cm* (preferably 500 to 1000 
mJ/cn.2). in this embodiment, the laser energy density is made 
600 mJ/cm2. incidentally, a method of measuring the laser energy 
density is the same as Embodiment 5. In this way, a polysilicon 

10 film 1305 is formed. (Fig- 8B) 

Next, a thermal oxidation step at 1050°C for 30 minutes 
is carried out. In this embodiment, for the purpose of carrying 
out the heat treatment while relieving stress, a wet oxidation 
method containing water vapor was used. The thickness of a 

15 polysilicon film 1307 obtained through this step is *° 
50 nm by oxidation. The thickness of a protection film 1306 is 

increased by a formed thermal oxidation film. (Fig. 8C) 
increased^ y^^ ^ ^.^.^ step is carried out as 

a thinning step for further thinning the polysilicon f Urn. When 
20 this thinning step is carried out plural times, the flatness of 
the polysilicon film is further improved. In that case, it is 
appropriate that the thermal oxidation step and the removing 
step of the thermal oxidation film are alternately repeated. 

After the thermal oxidation step is completed m this 

25 way, a furnace annealing treatment at 1100-C for 2 hours is 
carried out in a nitrogen atmosphere to improve ^^"^ 
the polysilicon film 1307. By this step, a polysilxcon Urn 1308 
is obtained. (Fig. 8D) The thus obtained polysilicon film 1308 
snoW s specific orientation on the whole film surface, and 

30 becomes a semiconductor film regarded as substantially a single 

crystal film. „ „ 

Since the polysilicon film 1308 formed in the manner 

described above has been treated in all the steps of Figs 8A to 

8D without being exposed to the outside air, thxs t,l* has an 

35 extremely clean interface. This is an effect obtained by two 
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structures that the step of Fig. 8A is carried out in continuous 
film formation without making opening to the air, and that all 
treatments are carried out through the protection film. 

Besides, the Raman peak value and the half width at half 
5 maximum also fall within the range explained in Embodiment 5. 

Incidentally, in this embodiment, although the 
polysilicon film is used as the initial film (most initially 
formed semiconductor film), it is also possible to first form a 
microcrystal silicon film or an amorphous silicon film and to 
10 crystallize the film through a protection film by a laser. Of 
course, a semiconductor material other than silicon may be used. 

After the polysilicon film 13 0 8 is obtained in this way, 
it is satisfactory if a TFT is subsequently manufactured in the 
same procedure as Embodiment 5. Of course, the TFT can be 
15 manufactured by not only the procedure of Embodiment 5 but also 
a well-known means . 

[Embodiment 9] 

In this embodiment, an example in which crystallization 
of an amorphous silicon film as an initial film is carried out 
20 by a technique disclosed in the Japanese Patent Application 
Laid-open No. 8-78329, will be described with reference to Figs. 
9A to 9G. 

First, a quartz substrate 1401 having a surface provided 
with an insulating film is prepared, and an amorphous silicon 

25 film (not shown) and a silicon oxide film (not shown) are 
continuously formed and laminated thereon without making opening 
to the air. Next, the silicon oxide film is patterned to form a 
mask 1402 having an opening portion. 

Next, a solution containing nickel of 100 ppm in terms 

30 of weight is applied by a spin coating method, so that such a 
state that the amorphous silicon film is in contact with nickel 
is obtained at the bottom of the opening portion. Thereafter, a 
furnace annealing step at 570 °C for 14 hours is carried out to 
obtain a lateral growth region 1403. 

35 Incidentally, in the lateral growth region 1403, since 
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rod-like crystals grow in a direction almost parallel to the 
substrate, this region becomes a semiconductor film in which the 
number of defects and trap levels are small as compared with a 
polysilicon film in which nucleus generation occurs at random. 

Besides, in the state of Fig- 9A, there is obtained a 
semiconductor film in which a region remaining as an amorphous 
component and the lateral growth region (region containing a 
crystal component) are mixed to each other. In the present 
specification, such a film is also called a semiconductor film 
(or crystal-containing semiconductor film). 

After the state of Fig. 9A is obtained in this way, the 
mask 1402 is kept using as a mask and phosphorus is added by a 
plasma doping method or an ion implantation method. The addition 
amount of phosphorus is adjusted so that its concentration in 

e , „ in i9 to 1 x 1021 atoms/cm^ in the 

the silicon film becomes 1 x to 

SIMS. (Fig. 9B) 

The region in which phosphorus with a high concentration 
is added in this way is called a gettering region 1404 in the 

present specification. 

After the gettering region 1404 is formed, a furnace 
annealing step at 600°C for 12 hours is carried out, so that 
nickel existing in the lateral growth region 1403 is made to be 
gettered into the gettering region 1404. In this way a lateral 
growth region 1405 in which nickel concentration in the film is 
lowered to 1 x 10" atom S /cm3 or less is obtained. (Fig. 9C) 

Next , patterning is carried out so that an island-like 
semiconductor film 1406 formed of only the lateral growth region 
14 05 is obtained. At this time, since the gettering region 
contains phosphorus and nickel with a high concentration, it is 
desirable to completely remove the region. 

in this way, the stage of Fig. 9D is obtained. Next, a 
laser annealing treatment is carried out by using 
Xaser light. The laser irradiation condition of this pediment 
is made the same as Embodiment 5. In this way, an island-like 
semiconductor film 1407 is obtained. (Fig. 9E) 
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Next, a furnace annealing treatment at 10 0 0 °C for 3 0 
minutes is carried out in an oxygen atmosphere so that a thermal 
oxidation step (thinning step) is carried out. A thermal 
oxidation film (not shown) formed at this time may be removed 
5 here, or may be made to remain until a next furnace annealing 
treatment is carried out. (Fig. 9F) 

After an island-like semiconductor film 140 8 in which 
its thickness is decreased by the thinning step is obtained in 
this way, a furnace annealing treatment at 1100 °C for 2 hours is 
10 carried out in an atmosphere in which hydrogen and nitrogen are 
mixed. In this way, an island-like semiconductor film 1409 is 
obtained. (Fig. 9G) 

The island-like semiconductor film 1409 formed in the 
manner described above has crystallinity comparable to the 
15 polysilicon film explained in Embodiment 5 and Embodiment 6. 
That is, the whole film surface shows specific orientation, and 
this film is a semiconductor film which can be regarded as 
substantially a single crystal film. 

Besides, the Raman peak value and the half width at half 
2 0 maximum obtained through the Raman measurement become the same 
as those explained in Embodiment 5 , 

Incidentally, the structure of this embodiment can be 
combined with any of the structures of Embodiments 1 to 7 . 

[Embodiment 10] 

25 In Embodiments 5 to 7 , an element (specifically, nickel) 

for promoting crystallization is used at crystallization of an 
initial film. However, even if the steps of the present 
invention are applied to a polysilicon film (this is also a 
crystal-containing semiconductor film) crystallized through 

30 natural nucleus generation, a satisfactory effect can be 
obtained. 

In that case, an underlying film, an amorphous silicon 
film, and a protection film are continuously formed and 
laminated without making opening to the air, and the amorphous 
35 silicon film is crystallized into a polysilicon film by a 
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furnace annealing treatment at 6 00°C for 24 hours, so that the 
polysilicon film with a clean interface can be obtained as well. 

However, in the case where crystallization of a 
semiconductor film is carried out with natural nucleus 
5 generation as in this embodiment, it is desirable that the film 
has a thickness of 80 to 120 nm (typically 90 to 100 nm) . That 
is, it is empirically known that if an initial film is thin from 
the start, the efficiency of crystallization becomes low. 

In such a case, it is important to carry out thinning 

10 (to decrease the film thickness) of the crystal-containing 
semiconductor film by adding an oxidation step after completion 
of crystallization. By doing so, crystallization is effectively 
carried out, and thereafter, a polysilicon film with a desired 
thickness can be obtained. 

15 Incidentally, the structure of this embodiment can be 

combined with any of the structures of Embodiments 5 to 7 and 

Embodiment 9 . 

[Embodiment 11] 

In this embodiment, an example of a reflection-type 

20 liquid crystal display device manufactured in accordance with 
the present invention will be shown in Figs. 11A to lie. Since 
well-known means may be used for a manufacturing method of a 
pixel TFT (pixel switching element) and for a cell assembling 
step, their detailed description will be omitted. 

25 In Fig. 11A, reference numeral 11 denotes a substrate 

having an insulating surface (ceramic substrate provided with a 
silicon oxide film), 12 denotes a pixel matrix region, 13 
denotes a source driver circuit, 14 denotes a gate driver 
circuit, 15 denotes an opposite substrate, 16 denotes an FPC 

30 (Flexible Printed Circuit), and 17 denotes a signal processing 
circuit. As the signal processing circuit 17, a circuit for 
carrying out such processing that an IC has been conventionally 
substituted, such as a D/A converter, a gamma-correction 
circuit, and a signal dividing circuit, can be formed. Of 

35 course, it is also possible to provide an IC chip on the 
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substrate and to carry out signal processing on the IC chip. 

Moreover, in this embodiment, although the description 
has been made on the liquid crystal display device as an 
example, it is needless to say that the present invention can 
5 also be applied to an EL (electroluminescence) display device or 
an EC (electrochrcmic) display device as long as the device is 
an active matrix type display device. 

Here an example of circuits constituting the driver 
circuits 13 and 14 of Fig. HA will be shown in Fig. 11B. Since 
10 a TFT portion has been explained in Embodiment 1, only necessary 
portions will be described here. 

in Fig 11B, reference numerals 501 and 50 2 denote N- 
channel TFTs , and 503 denotes a P-channel TFT. The TFTs 501 and 
503 constitute a CMOS circuit. Reference numeral 504 denotes an 
15 insulating layer made of a laminated film of a silicon nitride 
film, a silicon oxide fiH* and a resin film, titanium wiring 
line 505 is provided thereon, and the CMOS circuit and the ^ TFT 
502 are electrically connected. The titanium wiring line is 
covered with an insulating layer 506 made of a resin film. The 
20 two insulating layers 504 and 506 have also a function as a 

flattening film. m 

Moreover, a part of a circuit constituting the pixel 
matrix region 12 of Fig. 11A will be shown in Fig. lie. In Fig- 
UC, reference numeral 507 denotes a pixel TFT made of a double 
25 gate structure N-channel TFT, and a drain wiring line 508 is 
formed so as to widely extend in a pixel region. Incidentally 
other than the double gate structure, a single gate structure, a 
triple gate structure, or the like may be adopted 

An insulating layer 504 is provided thereon, and 
30 titanium wiring line 505 is provided thereon. At "*>^*> * 
recess portion is formed in a part of the insulating layer 504 
and only silicon nitride and silicon oxide of the lowermo t 
laver are made to remain. By this, an auxiliary capacitance is 
formed between the drain wiring line 503 and the titanium wiring 
35 line 505. 
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■ ~ ^rHnrr line 505 provided in the pixel 
The titanium wiring ime & 

m atrix region has an electric field shielding effect between a 
source/drain wiring line and a subsequent pxxel electrode. 
Further, it also functions as a black mask at a gap between a 
olurality of pixel electrodes. 

Then an insulating layer 506 is provided to cover the 
titanium wiring line 505, and a pixel electrode ^ J 
a film is formed thereon. Of course, 

reflective conductive rum ^ 

reflect! increas ing reflectivity may be made to the 

contrivance for lncredbmy 
surface of the pixel electrode 509. 

Actually, although an orientated layer and a Ixquxd 
crystal layer are provided on the pixel electrode 509, thexr 
explanation will be omitted here. DOSsible to 

By using the present invents, xt xs possible to 
thB reflection-type liquid crystal display devxce of 
.anufacture the ^ Qf course , when a wel l-known 

the structure transmis sion-type liquid crystal 

technique is commas, 

display device can also be easily manufactured. 

Although not distinguished in the drawxngs, xt xs also 
* hi p to make the film thicknesses of gate insulatxng fxlms 
IZZ nt be^n the pixel TFT constituting the pixel matrix 
circuit and the CMOS circuit constituting the drxver cxrcuxt or 

thesi9 Tn p rpi"ta:r; * — T ^ 

, „ „ TFT is high (10 V or mor.) , the gat. insulating 

on th. oth.r han*. in the — » £ 

•nrr rircuit a driving voltage applied to the 1*1 
sianal processing circuit, ^ Th 

l3 v ^ to 5 v j , ^ 

is thinner than that of the pixel TFT. 

[Embodiment 12] aDD i ied to all conventional 

The present inventxon can be applxed to ax 
„ = That is the present invention can be applxed to 

S IC techniques. That is, uiit ^ 
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all semiconductor circuits presently put on the market. For 
example, the invention may be applied to a microprocessor such 
as an RISC processor integrated on one chip or an ASIC 
processor, and may be applied to a signal processing circuit 
5 typified by a driver circuit for liquid crystal (D/A converter, 
gamma-correction circuit, signal dividing circuit, etc.) or a 
high frequency circuit for a portable equipment (portable 
telephone, PHS , mobile computer). 

Fig. 12A shows an example of a microprocessor. The 

10 microprocessor is typically constituted by a CPU core 21, a RAM 
22, a clock controller 23, a cache memory 24, a cache controller 
25, a serial interface 26, an I/O port 27, and the like. 

Of course, the microprocessor shown in Fig. 12A is 
simplified example, and various circuit designs are made for an 

15 actual microprocessor according to its use. 

However, in any microprocessor having any function, the 
IC (Integrated Circuit) 28 shown in Fig. 12B functions as its 
center. The IC 28 is a functional circuit in which an integrated 
circuit formed on a semiconductor chip 29 is protected with a 

20 ceramic or the like. 

An N-channel TFT 3 0 and a P-channel TFT 31 each having a 
structure of the present invention constitute the integrated 
circuit formed on the semiconductor chip 29. (Fig.l2C) 
Incidentally, if a basic circuit is constituted by a CMOS 

25 circuit as a minimum unit, power consumption can be suppressed. 

The microprocessor shown in this embodiment is mounted 
on various electronic equipments , and functions as the central 
circuit. As typical electronic equipments, a personal computer, 
a portable information terminal equipment, and other all 

30 electric household appliances can be enumerated- Besides, a 
computer for controlling a vehicle (automobile, electric train, 
etc.) can also be enumerated. 

It is needless to say that the structure of this 
embodiment can be combined with any of the structures of 

35 Embodiments 1 to 11. 
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[Embodiment 13] 

The CMOS circuit and the pixel matrix circuit formed by 
carrying out the present invention can be used for various 
electro-optical devices (active matrix type liquid crystal 
5 display, active matrix type EL display, active matrix type EC 
display). In other words, the present invention can be embodied 
in all the electronic equipments incorporating those 
electro-optical devices as a display medium. 

As such electronic equipments, a video camera, a digital 
10 camera, a projector (rear-type or front-type), a head mount 
display (goggle type display), a navigation system for vehicles, 
a personal computer, a portable information terminal (mobile 
computer, portable phone, electronic book, etc.) and the like 
are enumerated. Those examples are shown in Figs. 13A to 13F and 
15 Figs. 14A to 14D. 

Fig. 13A shows a personal computer, which is made up of 
a main body 2001, an image input section 2002, a display unit 
2003 and a keyboard 2004. The present invention can be applied 
to the image input section 2002, the display unit 2003 and other 
20 signal control circuits. 

Fig. 13B shows a video camera, which is made up of a 
main body 2101, a display unit 2102, an audio input section 
2103, an operation switch 2104, a battery 2105 and an image 
receiving section 2106. The present invention can be applied to 
25 the display unit 2102, the audio input section 2103 and other 
signal control circuits. 

Fig. 13C shows a mobile computer, which is made up of a 
main body 2201, a camera section 2202, an image receiving 
section 2203, an operation switch 2204 and a display unit 2205. 
30 The present invention can be applied to the display unit 2205 
and other signal control circuits . 

Fig. 13D shows a goggle type display, which is made up 
of a main body 2301, a display unit 2302 and an arm section 
2303 . The present invention can be applied to the display unit 
35 2302 and other signal control circuits. 
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Fig 13E shows a player using a recording medium 
(hereinafter referred to as recording medium, in which program 
is recorded, and which is made up of a main body 2401, a display 
unit 2402 a speaker section 2403, a recording medium 2404 and 
5 an operation switch 2405. Incidentally, this apparatus provides 
the measure for music appreciation, movie appreciation, playing 
game, or connecting to internet by using a DVB (digital 
versatile disc), a CD, etc. as a recording medium The present 
invention can be applied to the display unit 2402 and other 

10 signal control circuits. 

Fig 13F shows a digital camera, which is made up of a 
main body 2501, a display unit 2502, an eye piece section 2503 
2 operation switch 2504 and an image receiving section (not 
shown). The present invention can be applied to the display unit 

15 2502 and other signal control circuits. 

1 Fig 14 A shows a front type projector, which is made up 

of a display unit 2601 and a screen 2602. The present i-en^on 
can be applied to the display unit 2601 and other signal control 

circuits ^ a ^ projector; which is made up 

of a main body 2701, a display unit 2702, a mirror 2703 , anc la 
screen 2704. The present invention can be applied to the display 
unit 2702 and other signal control circuits. 

Fig 14C is a diagram showing an example of the 
25 structure of the display units 2061, 2702 in Figs. 14A and 14B. 
The display units 2601 and 2702 are made up of a light sou, ce 
Optical system 2801, mirrors 2802, 2804 to 2806, dichroic 
errors 2803, a prism 2807, a liquid crystal display device 
Zs P-se difference plates 280 9 and a projection optica 
30 system 2810. The projection optical system 2810 £ °* « 

optical system including a projection lens Although t,is 
embodiment is illustrated with an example of three-pl ate type, 
the present invention is not particularly limited to this, and 
Z example, a single-plate type may be used. ~ - * **■ 
35 14C, an optical system such as an optical lens, a film having 
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polarization function, a film for adjusting a phase difference 
and an IR film may be provided in an optical path indicated by 
an arrow at discretion of a person who carries out the 
invention . 

5 Fig. 14D is a diagram showing an example of the 

structure of the light source optical system 2801 in Fig. 14C. 
In this embodiment, the light source optical system 2 801 is made 
up of a reflector 2811, light sources 2812, 2813, 2814, a 
polarization conversion element 2815 and a condenser 2816. 

10 Incidentally, the light source optical system shown in Fig. 14D 
is one example, and the present invention is not particularly 
limited to this. For example, an optical system such as an 
optical lens, a film having a polarization function, a film for 
adjusting a phase difference and an IR film may be provided in 

15 the light source optical system at discretion of a person who 
carries out the invention. 

As described above, the application range of the present 
invention is extremely broad, and the present invention is 
applicable to the electronic equipments in any fields. Also, the 

20 electronic equipments of this embodiment can be realized by 
using the structure resulting from any combination of 
Embodiments 1 to 12. 

[Embodiment 14] 

A crystal-containing semiconductor film obtained in the 
25 steps described in Embodiment 1 to Embodiment 4 shows specific 
orientation on the whole film surface. That is, the 
semiconductor film has such a feature that even if the film has 
a mode like a polycrystal semiconductor film which is formed of 
an aggregation of individual crystal grains, the crystal grains 
30 of 80 % or more (typically 90 % or more) of the total show the 
same crystal plane (orientation plane). Like this, a crystal 
plane occupying 80 % or more of the total will be referred to as 
a main orientation plane. 

The main crystal plane of the semiconductor film 
35 (crystal-containing semiconductor film) formed through the 
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process of the present invention is either one of a {110} plane, 
a {100} plane, a {111} plane, a {311} plane, a {511} plane, and 
a crystal plane in which the {110} plane and the {10 0} plane are 
mixed. At present, it has not been found which crystal plane is 
5 actually the main orientation plane. 

That is, in the semiconductor film (crystal-containing 
semiconductor film) formed through the process of the present 
invention, either one crystal plane of the above-described six 
kinds of crystal planes occupies 80 % or more (typically 90 % or 

10 more) of all the crystal planes existing on the film surface. 

As is well known in single crystal silicon as an 
example, interfacial properties are different for each crystal 
plane. The plane orientation in which interface state density 
(Qss) becomes minimum is the {100} plane, and the density 

15 becomes large in the order of the {511} plane, the {311} plane, 
the {111} plane, the crystal plane in which the {110} plane and 
the {10 0} plane are mixed, and the {110} plane. Incidentally, it 
is known that the {511} plane has interface state density 
comparable to the {10 0} plane. 

20 Thus, if the main orientation plane of the semiconductor 

film formed through the process of the present invention is the 
{10 0} plane, interface state density at an interface between an 
active layer and a gate insulating film becomes very low. In 
that case, a semiconductor device comparable to a conventional 

25 IC in performance can be realized. Although described later, 
TFTs experimentally formed by actually using the present 
invention can form a circuit showing electrical characteristics 
comparable to a conventional IC. 

Besides, in the process of the present invention, the 

30 furnace annealing treatment in the reduced atmosphere or inert 
gas atmosphere carried out after the laser annealing treatment 
is very effective in flattening an interface between an active 
layer and a gate insulating film. Particularly, in the case 
where the treatment is carried out in the reduced atmosphere, an 

35 extremely flat surface can be obtained through enhanced surface 
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diffusion of semiconductor atoms on the surface of the 
semiconductor film. 

As a result of measurement of surface roughness using 
AFM (Atomic Force Microscope) by the present applicant, a P-V 
5 value (difference in height between the top portion of a 
protrusion and the bottom portion of a recess) of the roughness 
within the range of 1 ^m 2 was 10 nm or less (typically 5 nm or 
i esS ), an d a P-V value of the roughness within the range of 10 
^m2 was 20 nm or less (typically 10 nm or less). 
10 [Embodiment 15] 

Typical electrical characteristics of a TFT manufactured 
by carrying out the present invention are as follows : 

(1) A subthreshold coefficient as an index of switching 
performance (promptness in switching of on/off operation) is as 

15 small as 60 to 150 mV/decade (typically 80 to 100 mV/decade) for 
both an N-channel TFT and a P-channel TFT when a drain voltage 
is 1 V. 

(2) A field effect mobility (^jFE) as an index of an 
operation speed of a TFT is as large as 200 to 500 cm 2 /Vs 

20 (typically 300 to 400 cm 2 /Vs) for an N-channel TFT , and 100 to 
300 cmVVs (typically 150 to 200 cm2/vs) for a P-channel TFT, 
when a drain voltage is 1 V. 

(3) A threshold voltage (Vth) as an index of a driving 
voltage of a TFT is as small as -1.0 to 2.5 V (typically -0.5 to 

25 1.5 V) for an N-channel TFT, and -2.5 to 1.0 V (typically -1.5 
to 0.5 V) for a P-channel TFT, when a drain voltage is 14 V. 

Besides, on the basis of data of measurements for 500 
TFTs of the present invention, a normal probability graph was 
prepared and characteristic fluctuation was estimated by using 

30 the graph. As a result, it was found that 90 pieces (typically 
95 pieces) in the 100 pieces fall within the range of the above- 
described electrical characteristics. 

As described above, it has been ascertained that 
extremely superior switching characteristics and high speed 

35 operation characteristics can be realized. 
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[ Embodiment 1 6 ] 

In this embodiment, a shift register as a liquid crystal 
driver circuit was manufactured and its operation frequency was 
ascertained. As a result, in the shift register circuit in which 
5 a power supply voltage was 5 V and the number of stages was 50, 
an output pulse of an operation frequency of 80 to 200 MHz 
(typically 100 to 150 MHz) was obtained. 
[Embodiment 17] 

Although Embodiment 1 shows an example in which nickel 

10 is used as an element for promoting crystallization when an 
amorphous silicon film is crystallized, in this embodiment, an 
example in which germanium is used as the element will be 
described with reference to Figs. 15A to 15C. 

First, an amorphous silicon film 802 with a thickness of 

15 8 0 nm is formed on a quartz substrate 801 in accordance with the 
steps of Embodiment 1. Then germanium is added to the amorphous 
silicon film 802. (Fig. 15A) 

It is preferable to use an ion implantation method, a 
plasma doping method, or a laser doping method for the addition 

20 of germanium. 

Besides, a method of making thermal diffusion after a 
germanium film is formed may be adopted, or a method of carrying 
out thermal diffusion after germanium is made to be adsorbed on 
amorphous silicon by spin coating of a germanium salt solution 

25 as in Embodiment 1 may be adopted. Alternatively, a method of 
making addition in advance at the time of film formation of the 
amorphous silicon film may be adopted. 

In this embodiment, germane ( GeH4 ) is used as an 
excitation gas, and an ion implantation method is used under the 

30 condition that an acceleration voltage is 30 KeV, an RF power is 
5 W, and a dosage is 1 x 10^ atoms /cm2, so that germanium is 
added. Of course, it is not necessary to make limitation to this 
condition, but adjustment has only to be made so that germanium 
with a concentration of 1 x 10" to 5 x 1019 atoms /cm3 (typically 

35 1 x 1016 to 5 x 1018 a toms/cm3) is added into the amorphous 
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silicon film 802. 

Incidentally, if the concentration of germanium added in 
the amorphous silicon film does not exceed 1 x 1CU 4 atoms /cm 3 
(typically 1 x 10 16 atoms/cm 3 or more), the effect of promoting 
5 crystallization can not be positively used. On the other hand, 
if the addition concentration exceeds 5 x 1019 atoms /cm 3 , the 
melting point of the amorphous silicon film is lowered 
excessively so that there is a fear that the film is melted even 
at a temperature of about 900 °C, which is not preferable. Thus, 
10 it is desirable that the upper limit of the addition amount is 
made about 1 x 1013 atoms /cm 3 in view of safety. 

Next, a heat treatment (furnace annealing) at 550 °G for 
1 hour is carried out to transform the amorphous silicon film 

802 into a polysilicon film 803. Of course, it is not necessary 
15 to make limitation to this condition, but the heat treatment in 

the temperature range as described in Embodiment 1 may be 
carried out. (Fig. 15B) 

In the case of this embodiment, it is desirable that a 
treatment atmosphere is made an inert gas atmosphere or a 
20 reduced atmosphere. This reason will be described later. 

After the crystallizing step of the amorphous silicon 
film is completed in this way, in accordance with Embodiment 1, 
a thinning step (thermal oxidation step) of the polysilicon film 

803 is carried out. Actually, although a thermal oxidation film 
25 is formed, the film is not shown here. In this way, a 

polysilicon film 804 through the thinning step is obtained. 
(Fig. 15C) 

At this time, there is a remarkable feature in the case 
where germanium is used. Germanium becomes germanium oxide by a 
3 0 heat treatment at 70 0°C or more and is sublimated. That is, when 
the thinning step of the polysilicon film 803 is carried out, 
germanium is inevitably sublimated and is removed from the 
inside of the polysilicon film 803. 

That is, the reason why it is desirable to carry out the 
35 crystallizing step in the inert gas atmosphere or the reduced 
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atmosphere as described above is that if germanium oxide is 
prevented from being formed to the utmost degree, the function 
of germanium can be most effectively used. 

As described in Embodiment 1 as well, in the case where 
5 an element which promotes crystallization of a silicon film is 
used, it is ascertained that the temperature at which the 
amorphous silicon film is crystallized is about 600 °C. Since the 
temperature is actually changed a little through a treatment 
temperature, it is permissible to consider that 55 0 to 650 °C is 

10 a temperature required for crystallization. That is, if the 
temperature at crystallization is raised up to only 650 °C, there 
can hardly occur such a case that germanium is sublimated at the 
crystallization . 

Although Embodiment 3 shows an example in which 

15 gettering is carried out by using phosphorus since nickel is 
used as an element for promoting crystallization, in this 
embodiment, an effect equivalent to the gettering step of the 
element can be obtained through only the heat treatment. 

It is appropriate that one of furnace annealing, laser 

20 annealing, and lamp annealing is used as this heat treatment. 
Besides, by merely changing the heat treatment temperature after 
the crystallization step, it is also possible to sublimate 
germanium continuously without making opening to the air. 

Besides , a halogen element may be added to the heat 

25 treatment atmosphere. Since the halogen element is combined with 
germanium to form volatile germanium halide, the gettering 
effect can be facilitated. 

In the manner described above, at the same time as the 
thinning step, the element { germanium) used at the 

3 0 crystallization of the amorphous silicon film can be removed 
from the polysilicon film without increasing the number of 
steps . 

Thereafter, in accordance with the same steps as those 
of Embodiment 1, a TFT as shown in Fig. 2D has only to be 
35 formed. Of course, it is also possible to combine this 
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embodiment with the structure of Embodiment 2 or Embodiment 3, 
and this embodiment may be used at the manufacture of the 
semiconductor device shown in Embodiments 11 to 13. 

Besides, although this embodiment shows an example in 
5 which only germanium is used as an element for promoting 
crystallization of the amorphous silicon film, other elements 
(nickel, cobalt, iron, palladium, platinum, copper, gold, lead, 
tin, etc.) and germanium may be used at the same time. In that 
case, there can be a necessity to combine gettering means as 
10 shown in Embodiment 3 with this embodiment. 
[ Embodiment 1 8 ] 

Although Embodiment 5 shows an example in which nickel 
is used as an element for promoting crystallization when an 
amorphous silicon film is crystallized, in this embodiment, an 
15 example in which germanium is used as the element will be 
described with reference to Figs. 16A to 16D. 

First, in accordance with the steps of Embodiment 5, an 
amorphous silicon film 18 02 with a thickness of 8 0 run is formed 
on a quartz substrate 1801. Then, germanium is added to the 
20 amorphous silicon film 1802. (Fig. 16A) 

It is preferable to use an ion implantation method, a 
plasma doping method, or a laser doping method for the addition 
of germanium. 

Besides, a method of making thermal diffusion after a 
25 germanium film is formed may be adopted, or a method of making 
thermal diffusion after germanium is made to be adsorbed on 
amorphous silicon by spin coating of a germanium salt solution 
as in Embodiment 5 may be adopted. Alternatively, a method of 
making addition in advance at the time of the film formation of 
30 the amorphous silicon film may be adopted. 

In this embodiment, germane (GeH4 ) is used as an 
excitation gas, and an ion implantation method is used under the 
condition that an acceleration voltage is 3 0 KeV, an RF power is 
5 W, and a dosage is 1 x 101* atoms /cm2, so that germanium is 
35 added. Of course, it is not necessary to make limitation to this 
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condition, but adjustment has only to be made so that germanium 
with a concentration of 1 x 1014 to 5 x 1019 atoms/cm 3 (typically 
1 x 10l 6 to 5 x 1019 atoms /cm 3 ) is added in the amorphous silicon 
film 1802. 

5 Incidentally, if the concentration of germanium added in 

the amorphous silicon film does not exceed 1 x 1014 atoms /cm 3 
(typically 1 x 10 16 atoms/cm 3 or more), the effect of promoting 
crystallization can not be positively used. On the other hand, 
if the addition concentration exceeds 5 x 1019 atoms/cm 3 , the 

10 melting point of the amorphous silicon film is lowered 
excessively, so that there is a fear that the film is melted 
even at a temperature of about 900°C, which is not preferable. 
Thus, it is desirable that the upper limit of the addition 
amount is made about 1 x 1013 atoms /cm 3 in view of safety. 

15 Next, a heat treatment (furnace annealing) at 55 0 °C for 

1 hour is carried out to transform the amorphous silicon film 
1802 into a polysilicon film 1803. Of course, it is not 
necessary to make limitation to this condition, but the heat 
treatment in the temperature range as described in Embodiment 1 

20 may be carried out. (Fig. 16B) 

Besides, in the case of this embodiment, it is desirable 
that a treatment atmosphere is made an inert gas atmosphere or a 
reduced atmosphere. This reason will be described later. 

After the crystallizing step of the amorphous silicon 

25 film is completed in this way, in accordance with Embodiment 5, 
an irradiation step of excimer laser light is carried out. In 
this embodiment, irradiation of linear excimer laser light 
(wavelength: 248 nm) using KrF as an excitation gas is carried 
out. in this way, a polysilicon film 1804 in which its 

3 0 crystallinity is improved is obtained. (Fig. 16C) 

Next, a thermal oxidation step (thinning step) of the 
polysilicon film 1804 is carried out. Although a thermal 
oxidation film is actually formed, the film is not shown here. 
In this way, a polysilicon film 1805 through the thinning step 

35 is obtained. (Fig. 16D) 
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At this time , there is a remarkable feature in the case 
where germanium is used . Germanium becomes germanium oxide by a 
heat treatment at 70 0°C or more and is sublimated. That is, when 
a thinning step of the polysilicon film 1804 is carried out, 
5 germanium is inevitably sublimated and is removed from the 
inside of the polysilicon film 1804. 

That is, the reason why it is desirable to carry out the 
crystallizing step in the inert gas atmosphere or the reduced 
atmosphere as described above is that if germanium oxide is 
10 prevented from being formed to the utmost degree, the function 
of germanium can be most effectively used. 

Incidentally, as described in Embodiment 5 as well, in 
the case where the element for crystallization of the amorphous 
silicon film is used, it is ascertained that the temperature at 
15 which the amorphous silicon film is crystallized is about 600°C. 
The temperature is actually changed a little through a treatment 
temperature, it is permissible to consider that 550 to 650 °C is 
a temperature required for crystallization. That is, if the 
temperature at crystallization is raised up to only 650°C, there 
20 can hardly occur such a case that germanium is sublimated at the 
crystallization . 

Although Embodiment 9 shows an example in which 
gettering is carried out by using phosphorus since nickel is 
used as an element for promoting crystallization, in this 
25 embodiment, an effect equivalent to the gettering step of the 
element can be obtained through only the heat treatment. 

This heat treatment can be carried out by not only the 
furnace annealing but also either means of laser annealing and 
lamp annealing. 

30 Thus, it is also possible to sublimate germanium oxide 

by the laser annealing step shown in Fig. 16C. In that case, it 
is necessary to set an irradiation time (including the number of 
times of laser pulse irradiation) of laser light sufficiently 
long . 

35 Besides, a halogen element may be added into the heat 
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treatment atmosphere. Since the halogen element is combined with 
germanium to form volatile germanium halide, the gettering 
effect can be facilitated. 

In the manner described above, at the same time as the 
5 thinning step, the element (germanium) used at the 
crystallization of the amorphous silicon film can be removed 
from the polysilicon film or can be decreased without increasing 
the number of steps. 

Thereafter, in accordance with the same steps as 

10 Embodiment 5, a TFT as shown in Fig. 2D has only to be formed. 
Of course, it is also possible to combine this embodiment with 
any structure of Embodiments 6 to 9 , and this embodiment may be 
used at the manufacture of the semiconductor device shown in 
Embodiments 11 to 13. 

15 Besides, although this embodiment shows an example in 

which only germanium is used as an element for promoting 
crystallization of an amorphous silicon film, other elements 
(nickel, cobalt, iron, palladium, platinum, copper, gold, lead, 
tin, etc.) and germanium may be used at the same time. In that 

20 case, there can be a necessity to combine gettering means as 
shown in Embodiment 9 with this embodiment. 
[Embodiment 19] 

In Embodiment 17, although the description has been made 
on the case where an ion implantation method or the like is used 
25 as means for adding germanium in an amorphous silicon film, in 
this embodiment, an example in which germanium is added by 
thermal diffusion after formation of a germanium film will be 
described. 

In the case of this embodiment, after an amorphous 
3 0 silicon film is formed, a germanium film with a thickness of 1 
to 50 run (typically 10 to 20 nm) is formed thereon. As a film 
formation method, a vapor phase method such as a plasma CVD 
method, a low pressure CVD method, and a sputtering method can 
be used. 

35 Incidentally, the germanium film may be formed in such a 
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manner that it is brought into direct contact with the amorphous 
silicon film, or may be provided through an insulating film. In 
the case where the insulating film is formed, if the insulating 
film is too thick, thermal diffusion of germanium into the 
5 silicon film is blocked, so that it is preferable that its 
thickness is made 10 to 30 nm. 

When a crystallizing step is carried out in the state 
that the germanium film is provided, germanium is thermally 
diffused into the amorphous silicon film by heating and 
10 functions as an element for promoting crystallization. 

The germanium film after the crystallizing step may be 
removed by oxidation or may be removed by a sulfuric acid 
peroxide solution (H 2 S04:H 2 02 = 1: 1). Thereafter, when a heat 
treatment at 7 0 0°C or more is carried out, germanium in the 
15 formed polysilicon film is removed or decreased. 

The structure of this embodiment can be combined with 
any of Embodiments 1 to 17, and can be applied to any 
embodiment. 

[Embodiment 20] 

20 In this embodiment, a description will be made on the 

case where a spin coating method by solution application and a 
thermal diffusion method are used as means for adding germanium 
into an amorphous silicon film. 

In the case of this embodiment, after an amorphous 

25 silicon film is formed, a solution containing germanium is 
applied onto the film. As such a solution, there is a germanium 
salt solution such as germanium oxide (GeOx, typically Ge0 2 ) , 
germanium chloride (GeCl 4 ), germanium bromide (GeBr 4 ), germanium 
sulfide (GeS 2 ), and germanium acetate ( Ge ( CH3C0 2 ) ) . 

30 As a solvent, an alcohol solvent such as ethanol or 

isopropyl alcohol may be used. 

In this embodiment, a germanium oxide solution of 10 to 
100 ppm is formed and is applied onto the amorphous silicon film 
(may be applied through an insulating film) , and spin coating is 

35 carried out so that a germanium-containing layer is formed. 
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Incidentally , since the amorphous silicon film shows 
hydrophobicity , it is effective to increase wettability by 
forming an insulating film on the silicon film surface before 
spin coating. In this case, if the insulating film is too thick, 
5 thermal diffusion of germanium into the silicon film is blocked, 
so that it is preferable to make the thickness 10 to 30 nm. 

When a crystallizing step is carried out in the state 
that the germanium-containing layer is provided in this way, 
germanium is thermally diffused into the amorphous silicon film 
10 by heating and functions as an element for promoting 
crystallization . 

The structure of this embodiment can be combined with 
any of Embodiments 1 to 17 and can be applied to any embodiment. 

As described above, when the present invention is 
15 carried out, a semiconductor film having crystallinity which can 
be regarded as substantially single crystal, can be obtained. 
Then a circuit is assembled with TFTs each having an active 
layer of such a semiconductor film, and a high performance 
semiconductor device can be realized. 
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